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(54) Method of potting fiber membranes 

(57) A method of potting hollow fibre membranes 
( 1 2) into a mass of solidified potting liquid comprises the 
steps of providing a plurality of hollow fibre membranes 
having terminal portions (12 w ) adjacent open ends; en- 
closing the open ends and terminal portions of the hoi- 
low fibre membranes in a first material held in a contain- 
er (20); flowing a potting liquid in the container over the 
first material, which potting liquid surrounds each hollow 
membrane and then becomes a solid mass which pro- 
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vides a fluid-tight seal to the outside of the hollow fibre 
membranes, the first material preventing the potting liq- 
uid or solid mass from closing said ends of the mem- 
branes; and removing the first material from said ends 
and terminal portions of the hollow fibre membranes. 
The method is applicable in particular to potting a plu- 
rality of hollow fibre membranes into a mass of solidified 
potting liquid fixed to a permeate pan (20; 120) or other 
header enclosure of a filtration module. 
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Description 

BACKGROUND OF THE INVENTION 
[0001 J 



is also the sub,ect of U.S. Patent No 5 L 8 424^ faT^! ? f 3 "T^ 6 '° a which 

produce bubbles in a specified Via ra™ and in an »1 m V "** dMCtoBed " ear ,he base °' a skei " * 
scrubbing of fibers o^eTaa^ ESSE «S ^Tk ?f en0U 9 h ,0 Scrub ,he fiber *- and to provide control.ed 

JSmi^^.^ i-S*" "* ,engm ' * - » «""*"* a "« *° no, abrade 
fiber^intn.-.oneXnfinS 

herein minimizes (i) shearing forces where the fZt^tSS^ ^ ? *" - ° f fibers 

upper portion of Ihe fibers as wpII « fiin »v™L J 1 Ppef headen (,,) exces sive rotation of the 

fiber exposed to substrate is noVZHan STJ^2!1 " ^ ' S ' ^ the leng,h of the ^ 
holding the fiber. Such vibrator . b ftSJIS between , ,he ^ PP ° Se< ' ,aC6S ° f Upper and tower haade * 

U.S. Patent No. S^.K^na^TaiU^Z * ^"f" 9 ^ P""*""** denSe P"** 

skein, there is essentiatty no ^ on eac^ ^uTthfo^LT Hf* !" ' 852 Pf ° CeSS ' in °" r "° ve ' 
distance iess than the length of an in£S£? ^ °' *" h6ade,S are Spaced a " art at a 

S ttl ed^r L ^ a ^-ctor, is descnbed in an 

Kazuo Yamamoto et a. in Wat 7cTZ h S^^Sl^ " S,Ud9e Tank " «* 

disclosure of which is incorporated by^. ^rLT '™ *» 
obtained by Yamamoto et al was mainly due to the forttt«fth^ lf ™ rth 1 her ^ n - ^ re,aftve| y P°or performance 
flux by aerating a skein of fibers ftCwfthin ar^lTLTt H"^™ M ^^nce <* maintaining 
sobbing sZanfeny the ISSS ISSSZ ,h ^ ° f 

iecreiellT^^^^ ^ ^ «"*«- «*- - «" the flux 

Fig 1 described in greater detaK^irTwhS. the^h^T* ! T ° btained "* ,hem ' This * evi<te ™ *> 
array, as well as those with a S JSJS^f reSU,tS 0btained by Yamamo, ° et * and ,he "«4 
identical fibers, under essent^SS " rertan9U ' ar - a " ~ bl " USina — ** 

for Domestic Wastewater Treatment" b/^hi^i^^ 

Technology in Wastewater Man^emenUn STSTs 1 ft 2ET m ! « °" Membrane 

patent. The fibers were suspended downvva?dlv 3^1^^ ^ . 2 * 199Z also discussed «he "424 
[0007] It is evident that t^^Z^^Z^^T^ Aowof water in alternate directions, was essenfial. 

theflowofairacrossthesurftcefoMhTs™ 

from the substrate sus P«"<led fibers d,dlrttle or noth,ng to .nhibit the attachment of microorganisms 

is no indication how the fibers would be mainS^t ?. J£tT <Me ^ 4 ' ' ineS 46 " 47) and ,here 

"s^uctural member tor enclosing andVu^^ t f aC,Ua ' USe Further - each arra V « ^Id in a 

is contrary to the concept tSKSSJC T^a^ST ^ ^ an<1 ,,neS 5, "«» «"* 
array is used. Tocombat build-up Fig 13 depict hoTth* fi^H ,7 k !" h ° nZ ° n,a ' confi 9 urati o" wh^h the 

ae P ,cts "O^ ,h e fibers would trough when Ihe array is taken out of the reservoir 
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to be vibrated- or shaken. A prior art module is illustrated in Fig 16 showing both ends of each fiber potted in a cylindrical 

module w,th looped ends freely movable in the substrate, was less effective than the frameless array with spread aoart 
looped fibers shown in Fig 1. H u dpdR 

5 ,h 00 m r h ! S H b ? en "T ° Vered ,h3t f ° r "° k " 0Wn reaSOn ' fiberS Which are ,nan 5% b "' «han 10% longer 
han the fixed stance between the opposed faces of the headers of a vertical skein, tend to shear off at the face and 
hose 10% longer tend to clump op in the bubble zone; and. that a gas-scrubbed vertical skein of restrictedly swavaWe 
fibers provides an optimum configuration of fibers through which bubbles of a fiber-cleansing gas ("scrubbing oas"! 
when flowed verfcally upwards, parallel to and along the surfaces of the fibers. In a skein of any desired surface area 

* ,n the range from about 0. 1 m* to 1 000 m* or more, provided by densely packed fibers, bubbles in such a configuratton 
are more effective cleansing agents than bubbles which are intercepted by arcuate fibers crossing the path of the risino 
bubbles. A comparison of skeins with different fiber orientations is provided. Bubbles of an oxygen-containing gas to 
promote growth of m.crobes unexpectedly fails to build-up growth of microbes on the surfaces of swaying fibers because 
the surfaces are "vertically air-scrubbed" Deposits of animate and/or inanimate particles upon the surfaces of fibVrs 

> are m.n.m, 2 ed when the restrictedly swayable fibers are kept awash in co-directionally ris,ng bubbles which rise with 

frf ^ eXe,1 , a SCmbbinQ f ° rCe < momertum P"> vid <* *• e"ergy) ,0 keep the fibers substantially 

free of deletenous deposits. Thus, an unexpectedly high flux is maintained in fibers over each unit area of the surface 
of the skein fibers over a long period. iunace 

[0010] In a "gas-scrubbed assembly" comprising a skein and a gas-distribution means, the skein fibers are secured 
n spaced-apart headers, so that the fibers, when deployed in the. substrate, acquire a generally vertical profite wrthin 
the subs^ate and sway mdependently within the bubble zone defined by a. least one column of bubbles The Sh 

l^ r TT n Z P T,' 3 SUrf3CeS ° f hea<lerS ff0m ""** mey 6X,end - * in a <™ * leas, 0 li SI 

cent) longer than the distance separating those opposed faces, but less than 5% longer. Usually the length of fibers 

zonTo moveiin^Th T *" 1 % S ° ** ^ * ,he " «*- wwTa^ 

££JL 71 r» Pe " P h " y °i t*"* 2006 fe defined by movement of outer skein fibers; and the 

o3 V, LThT T? T ^ S f % ,af9er 20ne ^ 0ne defined ,he P"*** area ° f header upon he 
other Though the d«fance between headers is fixed during operation, the distance is preferably adjustable to provide 
an optimum length of fibers, within the aforesaid ranges, between the headers. siaoie to provide 

[001 1] In commercial wastewater treatment of all types skeins are typically in the range from 30 m* to 500 m* in 
specific other uses, such as in water treatment in a recreational vehicle, an aquarium for aquatic animals or to obtain 
a solids-free sample of fluid for analysis, a skein of much smaller area, in the range from 0.1 m* to 5 n^eferra^o 

[001 2] Penrieate may be wrthdrawn from only one. usually the upper permeate collection means (pan or end-can) 
or. in skeins of large surface area greater than 200 m* from both (upper and lower) pans or erxMaps Most preferaoV 
air » mtroduced between skein fibers by an air-tube potted in any one of several configurations ^fng « e 
configurabon of the header in the skein, or. that of plura. headers in a bank of skeins. Praferably the^Muee suiol 2 
a, to a sparger near the base of the skein fibers, and simultaneously provides a spacer means to^^nanc. sp'aS 

[0013] Anovelcomposite headeris provided for a bundle of hollow fiber membranes or "fibera". thecomposite header 
compns«ng a mo Wed. laminated body ^arbitrary shape, havinganupperfaminafom^froma Tu<ing"( P eZrnSeri^ 

rr f to ^ ' amina ^ fr0m 8 material - The te ™" al POdtons oTthelbTra ara 

potted ,n the fugitn/e potfing materia, when it is liquid, preferab* forming a generally rectangular para.le.pipj i ZS 

stant B .ty para , te . relationship. The plugged ends of the fibe* fail to protrude through the lower (aft) face of the iZe, 
L JTJ^- 7 h " e * he ^'"'"9 'engths of the fibers extend though the upper face of the lower lami^. The uppeMam^ 
extends for a height along the length of the fibers sufficient to maintain the filers in the same spaced-apart raTa fas b 
relate to one and another as their spaced-apart relationship in the tower portion, .f desired the c££Zta£Z 
may include additional teminae. lower portion. If deseed, me compose header may include addi«3Snae1or 
ference Tf ^T" ^ " *** fiber ite "«*«*ed outer c^T 

s^miL^ 

[0014J Though the shape of a header is arbitrary, for ease of fabrication, each header of a pair is either a rectangular 
parallelled or a cylindrical disc. Rectangular verlica. skeins are potted in rectangular headers; cyLrS ve^ca 
skeins are potted ,n cylindrical header. For maximum uti.ization of space on a header, the fibers areVnseTy pacTed 
-n rows or ,n a spiral paltern by roBing a large array into a spiral roil and potting ea<* end 0. the spira. roll Xectly in 
171 res ' n ^°" finin 9 means - Such resin<onfining means is typically a rectangular or cylindrical pan or end-cap. 
E,.her configurate of header may be used in a variety of different embodiments as disclosed in the illustrative exam- 
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pies. 

SUMMARY OF THE INVENTION 

5 [001 5] According to a main aspect of the invention, there is provided a method of potting a plurality of hollow fibre 
membranes into a mass of solidified potting liquid comprising the steps of, 

(a) providing a plurality of hollow fibre membranes, the membranes having terminal portions adjacent open ends; 

(b) enclosing the open ends and terminal portions of the hollow fibre membranes in a first material held in a con- 
w tainer; 

(c) flowing a potting liquid in the container over the first material, which potting liquid surrounds each hollow mem- 
brane and then becomes a solid mass which provides a fluid-tight seal to the outside of the hollow fibre membranes, 
the first material preventing the potting liquid or solid mass from closing said ends of the membranes; and. 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes 

75 

[0016] Another aspect of the invention is a method of potting a plurality of hollow fibre membranes into a mass of 
solidified potting liquid fixed to a permeate pan or other header enclosure of a filtration module comprising the steps of, 

(a) providing a plurality of hollow fibre membranes, the membranes having terminal portions adjacent open ends; 

(b) enclosing the open ends and terminal portions of the hollow fibre membranes in a first material held in the 
permeate pan or other header enclosure; 

(c) flowing a potting liquid into the permeate pan or other header enclosure over the first material, which potting 
liquid surrounds each hollow membrane and then solidifies becoming a solid mass which provides a fluid-tight seal 
to the outside of the hollow fibre membranes and which attaches and seals to the permeate pan or other header 
enclosure, the first material preventing the potting liquid or solid mass from closing said ends of the membranes* 
and. 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes and the permeate 
pan or other header enclosure. 

[0017] Yet another aspect of the invention is a method of potting a plurality of hollow fibre membranes into a mass 
of solidified potting liquid comprising the steps of, 

(a) arraying a plurality of hollow fibre membranes in generally parallel relationship, each membrane having a ter- 
minal portion near a first open end of the membrane, the terminal portions of the membranes being generally 
adjacent each other; 

(b) enclosing the first open ends and terminal portions of the hollow fibre membranes in a first material held in a 
container; 

(c) flowing a potting liquid in the container over the first material, which potting liquid surrounds each hollow mem- 
brane and then becomes a solid mass which provides a fluid-tight seal to the outside of the hollow fibre membranes 
the first material preventing the potting liquid or solid mass from closing said ends of the membranes; and. 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes. 

[001 8] The invention also provides a method of forming a header for a skein of a multiplicity of fibers, comprising. 

forming a bundle of fibers in at least one array supported on a support means having a thickness corresponding 
to a desired lateral spacing between adjacent fibers; 

holding said bundle in a first liquid with terminal portions of said fibers submerged, until said first liquid solidifies 
into a first shaped lamina, provided that said first liquid is unreactive with material of the fibers; 

pouring a second liquid over said first shaped lamina to embed the fibers to a desired depth, and solidifying said 
second liquid to form a fixing lamina upon said first shaped lamina, said second liquid also being substantially unreactive 
with either the material of said fibers or that of said first shaped lamina; whereby a composite header is formed in which 
terminal portions of said fibers are potted, said composite header comprising a laminate of a fugitive lamina of fugitive 
material and a contiguous finished header of fixing lamina, and thereafter, 

removing said first shaped lamina without removing a portion of said fixing lamina so as to leave open ends of 
said fibers protruding from an aft face of said header, said open ends having a circular cross-section. 
[0019] Further aspects of the invention are set out in claims 2 to 4. 6 to 8. 10 to 19 and 21 to 27. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

(0020J The foregoing and additional objects and advantages of the invention will best be understood by reference 
to the following detailed description, accompanied by schematic illustrations of preferred embodiments of the invention, 
in which illustrations like reference numerals refer to like elements, and in which: 

[0021] Figure 1 is a graph in which the variation of flux is plotted as a function of time, showing three curves for three 
runs made with three different arrays, in each case, using the same amount of air, the identical membranes and the 
same membrane surface area. The results obtained by Yamamoto et al are plotted as curve 2 (under conditions modified 
to give them the benefit of doubt as to the experimental procedure employed, as explained below); the flux obtained 
using the gas-scrubbed assembly of the '424 patent is shown as curve 1 ; and the flux obtained using the gas-scrubbed 
assembly of this invention is shown as curve 3. 

[0022] Figure 2 is a perspective exploded view schematically illustrating a membrane device comprising skein fibers 
which are unsupported and unattached one to another intermediate the headers, with the ends of the fibers potted in 
a lower header, shown during operation of the device, with a permeate collection pan. and a permeate withdrawal 
conduit. 

[0023] Figure 2A is an enlarged detail side elevational view of a side wall of a collection pan showing the profile of 
a header-retaining step atop the periphery of the pan. 

[0024] Figure 2B is a bottom plan view of the header showing a random pattern of open ends protruding from the 
aft face of a header when fibers are potted after they are stacked in rows and glued together before being potted. 
[0025] Figure 3 is a perspective view of a single array, schematically illustrated, of a row of substantially coplanarty 
disposed parallel fibers secured near their opposed terminal ends between spaced apart cards. Typically, multiple 
arrays are assembled before being sequentially potted. 

[0026] Figure 4 illustrates an end view of a stack of arrays in end view, clamped together, showing that the individual 
fibers (only the last fiber of each linear array is visible, the remaining fibers in the array being directly behind the last 
fiber) of each array are separated by the thickness of a strip with adhesive on it. as the stack is held vertically in potting 

[0027] Figure 5 is a perspective view schematically illustrating a skein with its integral finished header, its permeate 
collection pan. and twin air-tubes feeding an integral air distribution manifold potted in the header along an outer edge 
of the skein fibers. 

[0028] Figure 6 is a side elevational view of an integral finished header showing details of a permeate pan submerged 
in substrate, the wails of the header resting on the bottom of a reservoir, and multiple air-tubes feeding integral air 
distribution manifolds potted in the header along each outer edge of the skein fibers. 

[0029] Figure 7A is a perspective view schematically illustrating an air-manifold from which vertical air-tubes rise. 
[0030] Figure 7B is a perspective view schematically illustrating a tubular air-manifold having a transverse perforated 
portion, positioned by opposed terminal portions. 

[0031] Figure 8 is a perspective view of an integral finished header having plural skeins potted in a common header 
molded in an integral permeate collection means with air-tubes rising vertically through the header between adjacent 
skeins, and along the outer peripheries of the outer skeins. 

[0032] Figure 9 is a detail, not to scale, illustratively showing a gas distribution means discharging gas between 
arrays in a header, and optionally along the sides of the lower header. 

[0033] Figure 1 0 is a perspective view schematically illustrating a pair of skeins in a bank in which the upper headers 
are mounted by their ends on the vertical wall of a tank. The skeins in combination with a gas-distribution means form 
a "gas-scrubbing assembly" deployed within a substrate, with the fibers suspended essentially vertically in the sub- 
strate. Positioning the gas-distribution means between the lower headers (and optionally, on the outside of skein fibers) 
generate masses (or "columns") of bubbles which rise vertically, co-directionally with the fibers, yet the bubbles scrub 
the outer surfaces of the fibers. 

[0034] Figure 1 1 is a perspective view of another embodiment of the scrubbing-assembly showing plural skeins (only 
a pair is shown) connected in a bank with gas-distribution means disposed between successive skeins, and. optionally 
with additional gas-distribution means fore and aft the first and last skeins, respectively. 

[0035] Figure 12 is an elevational view schematically illustrating a bank of skeins mounted against the wall of a 
bioreactor. showing the convenience of having all piping connections outside the liquid. 

[0036] Figure 13 is a plan view of the bioreactor shown in Fig 12 showing how multiple banks of skeins may be 
positioned around the circumference of the bioreactor to form a large permeate extraction zone while a clarification 
zone is formed in the central portion with the help of baffles. 

[0037] Figure 14 is a cross-sectional view schematically illustrating a cylindrical skein having upper and lower end- 
cap integral headers in each of which is directly potted an array of fibers in a finished header sealed at its periphery 
to the wall of the end-cap without a gasket. 

[0038] Figure 14A is a bottom plan view of a potted array held as a roll in a fiber-setting form, before the end of the 
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roll is potted in a ring, so as to form an integral header in which the pattern of fibers is spiral 

h- JL J 9 ™ 14B J S 3 Pla " Vi6W °' 3 SefieS ° f P 0 " 611 cylindrical re,erred <° as " r ' n 9 arrays" because 

he ends are secured ,n s„ff cylindrical rings, the arrays being nested with each successive ring array being slid over 
the previous one. The nested rings are then potted in a resin-confining ring 9 sno over 

[0040] Figure 14C is a bottom plan view of a series of planar arrays, the widths of each being chosen so that ttmv 

21 1 n ia .„ f 0SS • SeC,,O . na, w " w somatically Crating a cy.indrica. skein and end-cap integral headers 

as in Fig 1 4. except that permeate is withdrawn from only the upper header. 

[0042] Figure ISA is a perspective view of a cross-shaped sparger with a central air-tube and sparging arms 
[0043] Figure 16 is a s,de elevational view schematically illustrating a cylindrical skein in which a ring header is 

£S£, hL k?h ^" S6aled in '° 30 e " d<ap - addi,i ° n ,0 ,he pem,ea,e ,ube - a ri 9-o air supply tube 

is inserted through the upper end-cap and upper header into the central portion of the skein, the lower porfion of the 
a, supp* tube being potted in the lower header, thus functioning as a spacer means, and at the samTIme as a 
support for the upper end-cap. e - as 3 

/ i9 .r l 7 il,US,ra,iv f' y ShoWS ano,her embodiment of the skein in which the permeate tube is concentrically 
deposed write, the a.r supply tube, and both are potted, near their lower ends in the lower header. Ports in the S 
end of the air supply tube provide air near the base of the skein fibers 

XJST 18 iS 3 ^ 9faPh Sh0WinQ ^ aVera9C ^ ° V6r 3 24 hf P6ri0d f ° r 6aCh °' ,hree differem stations 

[0046] Figurel 9 is a plot of flux as a function of time, until the flux reaches an equilibrium value, for the same skein 
with internal and with external aeration. 

[0047] Figure 20 is a plot of flux as a function of time, until the flux reaches an equilibrium value, for skeins havino 
identical surface area except that the fibers are taut in one. and slack in the other. 

DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS 

The Vertical Skein and the Arrays which form it: 

E,^!!'! IT* in K Vemi ° n fe USed ,k,Uid " ,iqUid P™**** to remove micron, sub-micron and 

ft3wZ^^ 

^ a PP ,,ca,10 ~ are (0 « a membrane bioreactor. to produce permeate as purified water; (ii) fittraZ 
of aqueous streams to produce drinking water (removal of colloids, long chain carbolic acids and pathoge^S 

fn^ 1 TVP ^ Skei " ® eonfl 8 ured 50 ^ a » connections for fluids entering or leaving the skein are provided 
m Si i!T ft"' P r e3te " Withdrawn a tube Passing through me upper l^eVwhSS 

hei?e^ ^ °° PCrmeate (aS explained <* W Penmate collects in both mTuppS arTtowe 

headers. The skein preferably operates in a substrate held in a reservoir at atmospheric pressure (1 barter aboveln 

™io. nfl n UP 3b0Ut 10 ^ in 3 ^ ^ «"*« «"»* ■» she.! of a module 

[0050] One or more arrays are potted in headers, the upper (or fore") and lower (or "aft") surfaces of which are in 

SSii^/tT ' nS,ead k? Sin9te C ° ntinU0US "™* ^ may be made and joir^e2 eX 
end successively, to form a much larger array which can be extended 

h 0 ^^ ? ^ S . kei " iS 3ffCC,ed bV <a) ,he fiber Chosen - W ,he <■*>«* of air used, and (c) the substrate to 
oT.lt k? C f 3 '" t0 ^ 3 sto ^ ina w «P«ve substrate in a large container under ambient or elevald 

KsT^ 

S J!* OPe ,K "^L 3 ' ambiem PreSSUre ' m0Un,ing ,he in,e9ral headers «* me skein within a reservoir of substrate 
B~ ?h 9 ^ ^ ^ m ° Vemem Wi,hi " ^ 601,6,6 2006 in a *e ™*e damage to me fibe* 

Because, a header secures at least 10. preferably from 50 to 50.000 fibers, each generally at least 0 5 m tonoTn a 
skein, it provides a high surface area for filtration of the substrate. ^ 

The Fibers and How they are Densely Packed: 

E JO*, dfV ^ 3 reSe,VOir im ° 3 " feed ZOne " a " d 3 ^awal zone referred to as a -permeate zone" The 

ln?-™^ e ' S ; ^ eX ! ern3,,y (refe,red ,0 35 *>"> 0f «• fibers, and resoled into "permeate" 

£ -o^n^^ " 3 T" °' °' "* inVen,kJ ° « m ° S ' »-*-* usad *» miJofittration 

with outSKte-m flow. Though at least one skein is replaceably disposed in a small reservoir having a volume up to 
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about 10 L (liters) and even up to about 100 L or more, a bank of skeins is preferably used in a relatively large reservoir 
having a volume in excess of 1000 L, such as a flowing stream, more typically a pond or tank. Most typically a bank 
nr plural banks with collection means for the permeate, are mounted in a large tank under atmospheric pressure and 
permeate is withdrawn from the tank. 

[0054] The fibers used to form the skein may be formed of any conventional membrane material provided the fibers 
are flexible and have an average pore cross sectional diameter for microfiltration. namely in the range from about 
1000A to 10000A. Typically fibers range from 1 m to about 5 m long, depending upon the dimensions of the body of 
substrate (depth and width) in which the skein is deployed. Preferred fibers operate with a transmembrane pressure 
differential in the range from 7 kPa (1 psi) - 69 kPa (10 psi) and are used under ambient pressure with the permeate 
withdrawn under gravity. The fibers are chosen with a view to perform their desired function, and the dimensions of 
the skein are determined by the geometry of the headers and length of the fibers. It is unnecessary to confine a skein 
m a modular shell, and a skein is not 

[0055] For hollow fiber membranes, the outside diameter ("o.d.") of a fiber is at least 20um and may be as large as 
about 3 mm. typically being in the range from about 0.1 mm to 2 mm. The larger the o.d. the less desirable the ratio 
of surface area per unit volume of fiber. The fiber wall thickness is at least 5um and may be as much as 1 2 mm 
typically being in the range from about 1 5% to about 60% of the o.d. of the fiber, most preferably from 0.5 mm to 1 .2 mm. 
[0056] The number of fibers in a single array is arbitrary, typically being in the range from about 1000 to about 10000 
for commercial applications, and the preferred surface area for a skein is preferably at least >1 m* typically from 10 
m2 to 100 m2. The center to center distance of adjacent fibers is preferably in the range from 1.2 (1.2d) to about 5 
times (5d) the o.d. 'd' of a fiber. Preferred center-to-center spacing is from about 1.5d to 2d. The packing density of 
fibers, that is, the number of fibers per unit area of header preferably ranges from 4 to 50 fibers/cm* depending upon 
the diameters of the fibers. ' J 
[0057] The particular method of securing the fibers in each of the headers is not narrowly critical, the choice depending 
upon the materials of the header and the fiber, and the cost of using a method other than potting. However, it is essential 
that each of the fibers be secured in fluid-tight relationship within each header to avoid contamination of permeate 
This is effected by potting the fibers essentially vertically, in closely-spaced relationship, substantially concentrically. 
[0058] Preferred fibers are made of organic polymers and ceramics, whether isotropic, or anisotropic, with a thin 
layer or -skin" on the outside surface of the fibers. Fibers may be made from braided yarn covered with a water-insoluble 
polymeric material such as those disclosed in U.S. Patent No. 5,472,607. Preferred organic polymers for fibers are 
polysulfones, polystyrenes), including styrene-containing copolymers such as acrylonitrile-styrene, butadiene-styrene 
and styrene-vinylbenzylhalide copolymers, polycarbonates, cellulosic polymers, polypropylene, polyvinyl chloride) 
polyethylene terephthalate). and the like disclosed in U.S. Patent No. 4,230,463 the disclosure of which is incorporated 
by reference thereto as if fully set forth herein. Preferred ceramic fibers are made from alumina, by E. I. duPont deN- 
emours Co. and disclosed in U.S. Patent No. 4,069,157. 

The Headers: 



[0059] One integral header of a skein is displaceable in any direction relative to the other, either longitudinally (x- 
axis) or transversely (y-axis), only prior to submerging the skein for operation. To use a skein, the headers are vertically 

<o spaced apart in parallel relationship within a reservoir, for example, by mounting one header above another against a 
vertical wall of the reservoir which functions as a spacer means. This is also true prior to spacing one header directly 
above another with other spacer means such as bars, rods, struts, I-beams, channels, and the like, to assemble plural 
skeins into a "bank or cluster of skeins* ("bank- for brevity). After assembly into a bank, a segment intermediate the 
potted ends of each individual fiber is displaceable along either the x- orthe y-axis, because the fibers are loosely held 

*s jn the skein. 

[0060] Most preferably, each integral header is directly potted in a suitable material from which the header of cured 
potting resin is not removed, requiring no gasket (hence referred to as "gasketless") between the cured resin of the 
header and the inner periphery of the permeate collection means. When the integral header is adhesively secured in 
a pan or "end-cap- to form a permeate-collection zone, again, no gasket is required, though one may be used if the 
50 integral header is to be disassembled. 

[0061] The fixing material to fix the fibers in a finished header (or fixing lamina) is most preferably either a thermo- 
setting or thermoplastic synthetic resinous material, optionally reinforced with glass fibers, boron or graphite fibers and 
the like. Thermoplastic materials may be crystalline, such as polyolefins, polyamides (nyton). polycarbonates and the 
hke. semi-crystalline such as polyetherether ketone (PEEK), or substantially amorphous, such as polyvinyl chloride) 
(PVC). polyurethane and the like. Thermosetting resins commonly include polyesters, polyacetals polyethers cast 
acrylates. thermosetting polyurethanes and epoxy resins. Most preferred as a "fixing" material (so termed because it 
fixes the locations of the fibers relative to each other) is one which when cured is substantially rigid in a thickness of 
about 2 cm. and referred to generically as a "plastic" because of its hardness. Such a plastic has a hardness in the 
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20 



T • " y ' P 0 '^ 6 " 6 ' P«-yP"Wtan. and ultra-high molecular weigh, polyethylene (UHMW 
and A^hane® from A,r Products, and commercial available epoxy res.ns such as Epon 828 are excellentTng 

Cih^ratr:^ 

mm to S , oT ,hC Sk6in - BUbb ' eS 9enera,e<) »— an avefa 9* diameter in the range froTab^ 

mm to about 25 mm, or even larger. A liquid component is selectively removed from the substrate. 

The Gas-Scrubbed Assembly: 

ienSL 1 9 rt aS : SC ~ bbed asse f mb| y comprises, (a) at least one skein, or a bank of gas-scrubbed skeins of fibers which 
to rn.™ , n f em,ea,e fr0m 3 ' af9e b0dy 01 mu «^Ponant substrate having finely divided partcu late It er 
n the range from 0.1pm - 44 M m dispersed therein, (b) each skein comprising a, least 20 fibers havi J Supper a^Twe 
erm.na. portons potted spaced-apart. in upper and tower headers, respectively, the fibers being res^d^y^ 
,n a bubble zone, and (c) a shaped gas-distribution means adapted to provide a profusion of vertS a^ndirJ 

from? te ast~;^ 

n«» ♦ . . «"wuyi»-p<i55ages inerein through which gas ts flowed, continuously or intermittently at a 

nTfihir T£> "ZZTTT ,0 ,he nUmb6r ° f fibefS - The flow ra,e is generally in the range from 0 47 4 S/sec 

(0.003 - 0 009 scfrn/fiber). In a minnskein. The surface area of the fibers is not used to define the amount of aVus^ 
because the air travels substantially vertically along the length of each fiber 

[ Z 2L gas : SCr " bbed assemb| y •» used 0) in combination with vertically adjustable spacer means for mountino 
£h^"<-r*? spaced apartre.aUonship. in open fluid communion w^(ii,co«Sion^ to «S 

SUrpf,S,n9,y ,,tUe deansin 9 «" discharged from a sparger disposed between fibers near IS base the 
™ J!, h J r 0,a,ned ^ ' 1009 P 6 ^' "cm 50 hr to 1500 hr. The sparger of TaZZSi IE* 

35 ..k^h^L UU '^ e5 M TV *«• "»y be "gas-scrubbed" with one or more air- 

t^Vret w . ea between the lower headers of adjacent skeins, most preferably, also adjacent the outermost fibers of 

40 Operation of the System: 

[0066] Operation of the system relies upon positioning at least one skein, preferably a bank close to a source of 
deS! 7 W 9 Z "f m,ain 3 deSjrab,e ^ and - ,0 enab,e P*™"* to * from at leas" one header A 

the^nsm e lh a rnT mbrane ST"- * generated, with a conventional non-vacuum pump if 

« a PfeSSUre r 9enefa,ed 6y 3 hi9h ,iqUkJ head " «*• * ■ prized reservoir. ' * * * ^ 

ana^co^se^ 

enS "23 thesSn' """^ SUbSianUa ^ vertical fib «« -Hhin the substrate so that upper and lower 

end-caps of the ske.n are mounted one above the other with a muttiplicity of fibers secured between headed E 
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having their opposed terminal portions potted in open fluid communication with at least one header; the fibers operating 
under a transmembrane pressure differential in the range from about 0.7 kPa (0.1 psi) to about 345 kPa (50 psi). and 
a length from at least 0.1% to about 2% greater than the direct distance between the opposed upper and lower faces 
of cured resin in the headers, so as to present, when the fibers are deployed, a generally vertical skein of fibers; 
maintaining an essentially constant flux substantially the same as the equilibrium flux initially obtained, indicating that 
the surfaces of the fibers are substantially free from further build-up of deposits once the equilibrium flux is attained; 
collecting the permeate; and, 
withdrawing the permeate. 

[0069] The foregoing process may be used in the operation of an anaerobic or aerobic biological reactor which has 
been retrofitted with the membrane device of this invention. The anaerobic reactor is a closed vessel and the scrubbing 
gas is a molecular oxygen-free gas, such as nitrogen. 

[0070J An aerobic biological reactor may be retrofitted with at least one gas-scrubbed bank of vertical cylindrical 
skeins, each skein made with from 500 to 5000 fibers in the range from 1 m to 3 m long, in combination with a permeate 
collection means, to operate the reactor without being encumbered by the numerous restrictions and limitations im- 
posed by a secondary clarification system. 

[0071] Typically, there is no cross flow of substrate across the surface of the fibers in a "dead end" tank. If there is 
any flow of substrate through the skein in a dead end tank, the flow is due to aeration provided beneath the skein, or 
to such mechanical mixing as may be employed to maintain the solids in suspension. There is generally more flow and 
higher fluid velocity through the skein in a tank into which substrate is being continuously flowed, but the velocity of 
fluid across the fibers is generally too insignificant to deter growing microorganisms from attaching themselves, or 
suspended particles, e.g. microscopic siliceous particles, from being deposited on the surfaces of the fibers. 
[0072] Fig 1 presents the results of a comparison of three runs made, one using the teachings of Yamamoto in his 
'89 publication (curve 2). but using an aerator which introduced air from the side and directed it radially inwards, as is 
shown in Chiemchaisri et al. A second run (curve 1 ) uses the gas-scrubbed assembly of the '424 patent, and the third 
run (curve 3) uses a gas-scrubbed skein as described herein except that the headers were rectangular parallelpipeds. 
The flux obtained with an assembly of an inverted parabolic array with an air distributor means (Yamamoto et al), as 
disclosed in Wat ScL Tech. Vol. 21, Brighton pp 43-54, 1989, and, the parabolic array by Cote et al in the '424 patent, 
are compared to the flux obtained with the vertical skein of this invention. 

[0073] The comparison is for the three assemblies having fibers with nominal pore size 0.2 urn with essentially 
identical bores and surface area in 80 L tanks filled with the same activated sludge substrate. The differences between 
the stated experiment of Yamamoto et al, and that of the '424 patent are of record in the '424 patent, and the conditions 
of the comparison are incorporated by reference thereto as if fully set forth herein. The vertical skein used herein differs 
from the '424 skein only in the vertical configuration of the 280 fibers, each of which was about 1% longer than the 
distance between the spaced apart headers during operation. The flow rate of air for the vertical skein is 1 .4 rrvVhr/m 2 
using a coarse bubble diffuser. 

[0074] It will be evident from Fig 1 in which the flux, liters per meter 2 per hr per unit pressure (conventionally written 
as (Lmh/kPa), is plotted as a function of operating time for the three assemblies, that the curve, identified as reference 
numeral 3 for the flux for the vertical skein, provides about the same flux as the parabolic skein, identified as reference 
numeral 1. As can be seen, each flux reaches an equilibrium condition within less than 50 hr, but after about 250 hr. 
it is seen that the flux for the inverted parabolic array keeps declining but the other two assemblies reach an equilibrium. 
[0075] Referring to Fig 2 there is illustrated, in exploded view a portion of a membrane device referred to as a "vertical 
skein" 10. comprising a lower header 11 of a pair of headers, the other upper header (not shown) being substantially 
identical; collection pan 20 collects permeate which is withdrawn through conduit 30. The header shown is a rectangular 
prism but could be cylindrical if desired. Though densely packed, the fibers 12 are not in contact with each other but 
spaced apart by the cured resin between them. 

[0076] As illustrated, the open ends of the terminal portions 12* of the fibers are in the same plane as the lower face 
of the header 11 because the fibers are conventionally potted and the header sectioned to expose the open ends. A 
specific potting procedure in which the trough of a U-shaped bundle of fibers is potted, results in forming two headers. 
This procedure is described in the '424 patent (col 17, lines 44-61); however, even cutting the potted fibers with a thin, 
highspeed diamond blade, tends to damage the fibers and initiate the collapse of the circumferential wall. In another 
conventional method of potting fibers, described in U.S. Patent No. 5,202.023, bundled fibers have their ends dipped 
in resin or paint to prevent resin penetration into the bores of the fibers during the potting process. The ends of the 
bundle are then placed in molds and uncured resin added to saturate the ends of the fiber bundle and fill the spaces 
between the individual fibers in the bundle and the flexible tubing in which the bundle is held. The cured, molded ends 
are removed from the molds and the molded ends cut off (see. bridging cols 11 and 12). In each prior art method, 
sectioning the mold damages the embedded fibers. 

[0077] Therefore a novel method is used to form a header 1 1 in the form of a rectangular prism. The method requires 
forming a composite header with two liquids. A first liquid fugitive material, when solidified (cured), forms a "fugitive 
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m™" °! ' he r COr " pos,,e header: a second *Md o» non-fugitive fixing material forms a "fixing lamina". 

!p fill J fn ? v ***** t r ° Und ' erminal P° rtionsof flowed to cool and solidify into a fug,.,ve lam,na 
hehbers ,n,hefug,we.am,naa re 

0079] In greater deta,l. the method for forming a finished header for ske,n f.bers compnses 
forming a bundle of fibers in at least one array supported on a support means having a thickness correspond™ , 0 a 
desired lateral spacing between adjacent fibers: "ponoing I0 a 

holding the bundle in afirs. liquid with .erminal'portions of the fibers submerged, until the liquid solidifies into a first 
shaped lamina, provided that the first liquid is unreactive with material of the fibers- 

pouring a second liquid over the first shaped lamina to embed the fibers to a desired depth, and solidifying the second 
liquid o form a fixing lamina upon the firs, shaped lamina, the second Kquid also being substan.a.ly unreactive 2 
erther the matenal of the fibers or that of the first shaped lamina ""reactive with 

whereby a composite header is formed in which terminal portions of the fibers are potted, preferably in a geometrical 

Z^h T TrT* a la ™ate o> a fugitfce lamina oVfugit^e materia, and aTnS 

finished header of fixing lamina; and thereafter, uowwiuguous 

removing the first shaped lamina without removing a portion of the fixing lamina so as to leave the ends of the fibers 
ITm -T rUd ' n9 fr ° m ' he aW ,aCC °' * e header ' the °P en ends having a circular cross-sect™ 
S, ed^r^r ^ a " arT3y ^ " 0Vel headCT iS «"* -P- - « -ay 

[0081] Fibers 12 are each cut to about the same length with a sharp blade so as to leave both opposed ends of each 
ZZZZZZT** ^ The «— « «>Pianarty disposed side-by-side in^near a- " a 

planar support means such as stnps or cards 15 and 16. Preferably the strips are coated with an adhes^e e o a 
available polyethylene hot-melt adhesive, so mat the fibers are glued to me s^ps and opposed ter^nal 
portions AT 'especbvely oi the fibers, extend l^i»^h* ra ^ l Llta«Wof1l!lta^^2SS 
me JLrT™ ^^f! «*• ma * 06 «W ^" P— » spaced-apart grooves which snug.y accommodate 
the fibers. The stnps may be flexible or rigid. If flexible, strips with fibers adhered thereto, are in turn .tauSZSto 
each other suocessnrefy so as to form a progressive* stiffer stack for a header having a desired 
fibers. To avoid gluing the strips, a regular pattern of linear raws may be obtained by securing mulE^X ><S 
2? 7, „• ^T*' bandS 18 * ° ther "* ans - Th * •«"*»" Pontons 12" V^TtSSk^S- 

SeTSh^: ^h- f C ^ *° CSn,er diStanCS ^ adjaCent fiberS F-^rablyTn .he range from ^2 (1^" t^a^t 
mZH 2 ?r ^ T Preferably in 11,6 ran9e from 15d to 2d Preferably the thickness of a s^is 

about the same las. or relative* smaller than theo.d. of a fiber, preferably from about 0.5d to 1d thick w5£ becoTs 
the spaang between adjacent outside surfaces of fibers in successive linear arrays 

£7 2 , h Hav, "?. formed arra * and third arrays (not shown because each would appear essentially iden- 

S 15 p T red ,n a maro,er ana,09ous 10 *• ^ an ° weriai ° Coupon. Addition 

to t JoJeO fiSt "™" " bU " dled - ^ b0ndl6 ^ 10 *« ^ PorticTo'me b^ 

[0083] Referring to Fig 4. there is schematically illustrated a rectangular potting pan 17 the length and width dimen- 
the d~ IT T™^**"** to •» tongKudina. (x-axis) and transverse fc-axis) dlSSS^SSS * 

^t; sssr ■ preferab * a water - so,uwe - ^ a ^ ■»» — - *s 

Sin th^fiSd^ "* 18 POUred W " UP °" « he 1 5 « * * -moved from. 

A. First illustrated is the potting of skein fibers in upper and tower headers from which the strips will be removed. 
[0085] 



iJfnnllZ! f aped ' ami " a a ,hickness L1 (corresponding to the depth to which the first liquid was poured) 

iSS (,ugi,ive) 80 ,hat 121 and 12 " are spaced apart and 

2J? SCC w 0nd CUrabte ' wa,er - inso,ubte "Ouid potting resin, or reactive components thereof is poured 
over the surface of the fug,five lamina to surround the fibers, until the second liquid rises to a level STitXE 

TlZ toWma (WhiCh 56 ' he finiShed he3der) ^ a thjck " e * - aa ^«o from he .eve! U to the 
of tt vlSf'rlT 55 r L 1 ' L2 " ' yPiCa,ly fr0m ^ 1 Cm «° about 5 OT > mai "' ai ^ «» re.a.ive posSonl 

fixing iaminae COmP ° S " e ^ " * hUS ^ haVing ,he Combined ■**»«» of «he fug^e and 

(3) «n a manner analogous to that described immediately hereinabove, the upper portion of the bundle is potted 
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in a second composite header. 

(4) The composite headers are demolded from their potting pans and hot air blown over them to melt the fugitive 
laminae, leaving only the finished headers, each having a thickness L1-L2. The fugitive material is then reused. 
Alternatively, a water-soluble fugitive material may be placed in hot water to dissolve the material, and the material 

s is recovered from its water solution. 

(5) The ends of the fibers left protruding from the permeate-discharging aft faces of the headers, are open and 
retain a circular cross-section. 

B. Illustrated second is potting without removing the strips. 

w 

[0086] 

(t) The first liquid is poured to a level LV below the cards, to a depth in the range from about 1 - 2.5 cm. and 
solidified, foriming fugitive lamina LV. 
is (2) The second liquid is then poured over the fugitive lamina to depth L2 and solidified, forming a composite header 

with a fixing lamina having a thickness LV-L2. 

(3) The composite header is demolded and the fugitive lamina removed, leaving the terminal portions 1 2" protruding 
from the aft face of the finished header, which aft face is formed at what had been the level LV. The finished header 
having a thickness LV-L2 embeds the strips 15 (along with the rubber bands 18, if used). 

20 

C. Illustrated third is potting to form a cushioning lamina embedding the fibers on the opposed (fore) faces of the 
headers from which the strips will be removed. 

[0087] The intermittent 'snapping* motion of the fibers tends to break fibers around their circumferences, at the in- 
25 terface of the fore face and substrate. To combat hardness of the "fixing lamina" a "cushioning lamina" is formed of 
material softer than the fixing lamina, integrally therewith, by pouring cushioning liquid (so termed for its function when 
cured) over the fixing lamina to a depth L3 as shown in Fig 4. Its depth provides 'give' around the circumferences of 
the fibers to minimize the risk of shearing. Such cushioning liquid, when cured is rubbery, having a hardness in the 
range from about Shore A 30 to Shore D 45, and is preferably a polyurethane or silicone or other rubbery material 
30 which will adhere to the fixing lamina. Upon removal of the fugitive lamina, the finished header thus formed has the 
combined thicknesses of the fixing lamina and the cushioning lamina, namely L1-L3 when the strips 15 are cut away. 

D. Illustrated fourth is forming a gasketing lamina. 

35 [0088] Whichever finished header is made, it is preferably fitted into a permeate pan 20 as illustrated in Fig 2 with a 
peripheral gasket Because it is easier to seal the pan against a gasketing lamina, than against a peripheral narrow 
gasket, a gasketing material having a hardness in the range from Shore A 40 to Shore 045, forms a desirable gasketing 
lamina integrally with the aft face of the finished header. In the embodiment in which the strips are cut away, the fugitive 
lamina is formed as before, and a gasketing liquid (so termed because it forms the gasket when cured) is poured over 

*o the surface of the fugitive lamina to a depth L4. The gasketing liquid is then cured. Removing the fugitive lamina, and 
cutting the strips 15 away, leaves the finished header having a combined thicknesses of the gasketing lamina (L1-L4), 
the fixing lamina (L4-L2) and the cushioning lamina (L2-L3). namely an overall L1-L3. 

[0089] In another embodiment, to avoid securing the pan to the header with a gasketing means, and. to avoid posi- 
tioning one or more gas-distribution manifolds in an optimum location near the base of the skein fibers after a skein is 

^5 made, the manifolds are formed integrally with a header. Referring to Fig 5 there is illustrated in perspective view an 
"integral single skein" 100 having an integral finished header 101 and permeate pan 102 with a permeate withdrawal 
nipple 106, and fitted with vertical air-tubes 103 which are to be embedded in the finished header. The air-tubes are 
preferably manifolded on either side of the skein fibers, to feeder air-tubes 104 and 105 which are snugly inserted 
through grommets in the walls of the pan. The permeate nipple 106 is then plugged, and a stack of arrays is held 

50 vertically in the pan in which a fugitive lamina is formed embedding both the ends of the fibers and the lower portion 
of the vertical air-tubes 103. A fixing lamina is then formed over the fugitive lamina, embedding the fibers to form a 
fixing lamina through which protrude the open ends of the air-tubes 103. The fugitive lamina is then melted and with- 
drawn through the nipple 106. In operation, permeate collects in the permeate pan and is withdrawn through nipple 106. 
[0090] Fig 6 illustrates a cross-section of an integral single skein 1 10 with another integral finished header 101 having 

55 a thickness L1-L2, but without a cushioning lamina, formed in a procedure similar to that described hereinabove. A 
permeate pan 120 with outwardly flared sides 120* and transversely spaced-apart through-apertures therein, is pre- 
fabricated between side walls 111 and 112 so the pan is spaced above the bottom of the reservoir. 
[0091] A pair of air-manifolds 107 such as shown in Figs 7 A or 7B, is positioned and held in mirror-image relationship 
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with each other adjacent the permeate pan 120, with the vertical air-tubes 103 protruding through the apertures in 
sides 120', and the ends 104 and 105 protrude from through-passages in the vertical walls on either side of the permeate 
pan. Permeate withdrawal nipple 106 (Fig 6) is first temporarily plugged. The stack of strips 15 is positioned between 
air-tubes 103, vertically in the pan 120 which is filled to level L1 to form a fugitive lamina, the level being just beneath 

5 the lower edges of the strips 15 which will not be removed. When solidified, the fugitive lamina embeds the terminal 
portions of the fibers 12 and also fills permeate tube 106. Then the second liquid is poured over the upper surface of 
the fugitive lamina until the liquid covers the strips 1 5 but leaves the upper ends of the air-tubes 103 open. The second 
liquid is then cured to form the fixing lamina of the composite header which is then heated to remove the fugitive 
material through the permeate nozzle 106 after it is unplugged. 

/o [0092] Fig 7A schematically shows in perspective view, an air-manifold 107 having vertical air-tubes 103 rising from 
a transverse header-tube which has longitudinally projecting feeder air-tubes 104 and 105. The bore of the air-tubes 
which may be either "fine bubble diffusers", or "coarse bubble diffusers", or "aerators", is chosen to provide bubbles 
of the desired diameter under operating conditions, the bore typically being in the range from 0. 1 mm to 5 mm. Bubbles 
of smaller diameter are preferably provided with a perforated transverse tube 103' of an air-manifold 1 07* having feeder 

'5 air-tubes 104* and 105', illustrated in Fig 7B. In each case, the bubbles function as a mechanical brush. 

[0093] The skein fibers for the upper header of the skein are potted in a manner analogous to that described above 
in a similar permeate pan to form a finished header, except that no air manifolds are inserted. 
[0094] Referring to Fig 8 there is schematically illustrated, in a cross-sectional perspective view, an embodiment in 
which a bank of two skeins is potted in a single integral finished header enclosure, referred to generally by reference 

20 numeral 120b. The term "header enclosure" is used because its side walls 121 and 122, and end walls (not shown) 
enclose a plenum in which air is introduced. Instead of a permeate pan, permeate is collected from a permeate manifold 
which serves both skeins. Another similar upper enclosure 120u (not shown), except that it is a flat-bottomed channel- 
shaped pan (inverted for use as the upper header) with no air-tubes molded in it, has the opposed terminal portions 
of ail the skein fibers potted in the pan. For operation, both the lower and upper enclosures 120b and 120u, with their 

25 skein fibers are lowered into a reservoir of the substrate to be filtered. The side walls 121 and 122 need not rest on 
the bottom of the reservoir, but may be mounted on a side wall of the reservoir. 

[0095] The side walls 121 and 122 and end walls are part of an integrally molded assembly having a platform 123 
connecting the wails, and there are aligned multiple risers 124 molded into the platform. The risers resemble an inverted 
test-tube, the diameter of which need only be large enough to have an air-tube 127 inserted through the top 125 of the 

30 inverted test-tube. As illustrated, it is preferred to have "n + 1" rows of air-tubes for "n" slacks of arrays to be potted. 
Crenelated platform 123 includes risers 124 between which lie channels 128 and 129. Channels 128 and 129 are each 
wide enough to accept a stack of arrays of fibers 12, and the risers are wide enough to have air-tubes 127 of sufficient 
length inserted therethrough so that the upper open ends 133 of the air-tubes protrude from the upper surface of the 
fixing material 101. The tower ends 134 of the air-tubes are sectioned at an angle to minimize plugging, and positioned 

35 above the surface S of the substrate. The channel 129 is formed so as to provide a permeate withdrawal tube 126 
integrally formed with the platform 123. Side wall 122 is provided with an air-nipple 130 through which air is introduced 
into the plenum formed by the walls of the enclosure 120b, and the surface S of substrate under the platform 123. 
Each stack is potted as described in relation to Fig 6 above, most preferably by forming a composite header of fugitive 
PEG wax and epoxy resin around the stacks of arrays positioned between the rows of risers 124, making sure the 

*o open ends of the air-tubes are above the epoxy fixing material, and melting out the wax through the permeate withdrawal 
tube 126. When air is introduced into the enclosure the air will be distributed through the air-tubes between and around 
the skeins. 

[0096] Referring to Fig 9 there is shown a schematic illustration of a skein having upper and tower headers 4 1 u and 
41b respectively, and in each, the protruding upper and lower ends 12u" and 12b" are evidence that the face of the 
*$ header was not cut to expose the fibers. The height of the contiguous intermediate portions 12u' and 12b* respectively, 
corresponds to the cured depth of the fixing material. 

[0097] It wilt now be evident that the essential feature of the foregoing potting method is that a fugitive lamina is 
formed which embeds the openings of the terminal portions of the fibers before their contiguous intermediate portions 
12u' and 1 2u" and 12b' and 1 2b" are fixed respectively in a fixing lamina of the header. An alternative choice of materials 
50 is the use of a fugitive potting compound which is soluble in a non-aqueous liquid in which the fixing material is not 
soluble. Still another choice is to use a water-insoluble fugitive material which is also insoluble in non-aqueous liquids 
typically used as solvents, but which fugitive material has a lower melting point than the final potting material which 
may or may not be water-soluble. 

[0098] The fugitive material is inert relative to both, the material of the fibers as well as the final potting material to 
55 be cast, and the fugitive material and fixing material are mutually insoluble. Preferably the fugitive material forms a 
substantially smooth-surfaced solid, but it is critical that the fugitive material be at least partially cured, sufficiently to 
maintain the shape of the header, and remain a solid above a temperature at which the fixing material is introduced 
into the header mold. The fugitive lamina is essentially inert and insoluble in the final potting material, so that the fugitive 



12 



EP 1 213 048 A1 



lamina is removably adhered to the fixing lamina. 

[0099] The demolded header is either heated or solvent extracted to remove the fugitive lamina. Typically, the fixing 
material is cured to a firm solid mass at a first curing temperature no higher than the melting point or Tg of the fugitive 
lamina, and preferably at a temperature lower than about 60°C; the firm solid is then post-cured at a temperature high 
5 enough to melt the fugitive material but not high enough to adversely affect the curing of the fixing material or the 
properties of the fibers. The fugitive material is removed as described hereinafter, the method of removal depending 
upon the fugitive material and the curing temperature of the final potting materia! used. 

[0100] Referring further to Fig 2, the header 11 has front and rear walls defined by vertical (z-axis) edges IV and 
longitudinal (x-aris) edges 1 3'; side walls defined by edges 1 1 ' and transverse (y-axis) edges 1 3"; and a base 1 3 defined 
w by edges 13* and 13". 

[01 01] The collection pan 20 is sized to snugly accommodate the base 13 above a permeate collection zone within 
the pan. This is conveniently done by forming a rectangular pan having a base 23 of substantially the same length and 
width dimensions as the base 13. The periphery of the pan 20 is provided with a peripheral step as shown in Fig 2A, 
in which the wall 20* of the pan terminates in a step section 22, having a substantially horizontal shoulder 22" and a 

'5 vertical retaining wall 22'. 

[01 02] Fig 2B is a bottom plan view of the lower face of header 1 3 showing the open ends of the fibers 1 2* prevented 
from touching each other by potting resin. The geometrical distribution of fibers provides a regular peripheral boundary 
14 (shown in dotted outline) which bounds the peripheries of the open ends of the outermost fibers. 
[01 03] Permeate flows from the open ends of the fibers onto the base 23 of the pan 20, and flows out of the collection 

20 zone through a permeate withdrawal conduit 30 which may be placed in the bottom of the pan in open flow communi- 
cation with the inner portion of the pan. When the skein is backwashed, backwashing fluid flows through the fibers and 
into the substrate. If desired, the withdrawal conduit may be positioned in the side of the pan as illustrated by conduit 
30'. Whether operating under gravity alone, or with a pump to provide additional suction, it will be apparent that a fluid- 
tight seal is necessary between the periphery of the header 11 and the peripheral step 22 of the pan 20. Such a seal 

25 is obtained by using any conventional means such as a suitable sealing gasket or sealing compound, typically a poly- 
urethane or silicone resin, between the lower periphery of the header 11 and the step 22. As illustrated in Fig 2, permeate 
drains downward, but it could also be withdrawn from upper permeate port 45u in the upper permeate pan 43u (see 
Fig 9). 

[0104] Referring to Figs 9 and 2A, six rows of fibers 12 are shown on either side of a gas distribution line 52 which 

30 traverses the length of the rows along the base of the fibers. The potted terminal end portions 1 2b" open into permeate 
pan 43b. Because portions 12u' and 12b' of individual fibers 12 are potted, and the fibers 12 are preferably from 1% 
to 2% longer than the fixed distance between upper and lower headers 41 u and 41b, the fibers between opposed 
headers are generally parallel to one another, but are particularly parallel near each header. Also held parallel are the 
terminal end portions 12u" and 12b" of the fibers which protrude from the headers with their open ends exposed. The 

35 fibers protrude below the lower face of the bottom header 41b. and above the upper face of the upper header 41u. 
The choice of fiber spacing in the header will determine packing density of the fibers near the headers, but fiber spacing 
is not a substantial consideration because spacing does not substantially affect flux during operation. 
[0105] Since the length of fibers tends to change while in service, the extent of the change depending upon the 
particular composition of the fibers, and the spacing between the upper and lower headers is critical, it is desirable to 

40 mount the headers so that one is adjustable in the vertical direction relative to the other, as indicated by the arrow V. 
This is conveniently done by attaching the pan 43u to a plate 19 having vertically spaced apart through-passages 34 
through which a threaded stud 35 is inserted and secured with a nut 36. Threaded stud 35 is in a fixed mounting block 37. 
[0106] The density of fibers in a header is preferably chosen to provide the maximum membrane surface area per 
unit volume of substrate without adversely affecting the circulation of substrate through the skein. A gas-distribution 

*5 means 52 such as a perforated air-tube, provides air within the skein so that bubbles of gas (air) rise upwards while 
clinging to the outer surfaces of the fibers, thus efficiently scrubbing therrUf desired, additional air-tubes 52* may be 
placed on either side of the skein near the lower header 41b. as illustrated in phantom outline, to provide additional 
air-scrubbing power. Whether the permeate is withdrawn from the upper header through port 45u or the lower header 
through port 45b, or both, depends upon the particular application, but in all instances, the fibers have a substantially 

so vertical orientation. 

[0 1 07] The vertical skein is deployed in a substrate to present a generally vertical profile, but has no structural shape. 
Such shape as it does have changes continuously, the degree of change depending upon the flexibility of the fibers, 
their lengths, the overall dimensions of the skein, and the degree of movement imparted to the fibers by the substrate 
and also by the oxygen-containing gas from the gas-distribution means. 
55 [0108] Referring to Fig 10 there is illustrated a typical assembly referred to as a "wall-mounted bank" which includes 
at least two side-by-side skeins, indicated generally by reference numerals 40 and 40* with their fibers 42 and 42'; 
fibers 42 are potted in upper and lower headers 41 u and 41b respectively; and fibers 42' in headers 41u' and 41b'; 
headers 4 1u and 41b are fitted with permeate collecting means 46u and 46b respectively; headers 41u' and 41b' are 
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fitted with permeate collecting means 46u' and 45b' respectively; and, the skeins share a common gas-distribution 
means 50. A -bank" of skeins is typically used to retrofit a large, deep tank from which permeate is to be withdrawn 
using a vacuum pump. In a large reservoir, several banks of skeins may be used in side-by-side relationship within a 
tank. Each skein includes multiple rows (only one row is shown) of fibers 42 and 42" in upper headers 4 1u and 41u\ 
and lower headers 41b and 41b* respectively, and arms 51 and 51* of gas-distribution means 50 are disposed between 
the lower headers 41b and 41 b*. near their bases. The upper headers 41 u and 41 u* are mounted by one of their ends 
to a vertical interior surface of the wall W of a tank, with mounting brackets 53 and 53* and suitable fastening means 
such as bolts 54, The wall W thus functions as a spacer means which fixes the distance between the upper and lower 
headers. Each upper header is provided with a permeate collection pan 43u and 43u\ respectively, connected to 
permeate withdrawal conduits 45u and 45u' and manifolded to permeate manifold 46u through which permeate being 
filtered into the collection pans is continuously withdrawn. Each header is seaiingly bonded around its periphery, to the 
periphery of each collection pan. 

[01 09] The skein fibers (only one array of which is shown for clarity) shown in this perspective view have an elongated 
rectangular parallelpiped shape the sides of which are irregularly shaped when immersed in a substrate, because of 
the random side-to-side displacement of fibers as they sway. An elongated rectangular parallelpiped shape is preferred 
since it permits a dense packing of fibers, yet results in excellent scrubbing of the surfaces of the fibers with bubbles. 
With this shape, a skein may be formed with from 10 to 50 arrays of fibers across the longitudinal width 'w* of the 
headers 4 1 u, 4 1 b. and 4 1u\ 4 1 b* with each array having fibers extending along the transverse length '1* of each header. 
Air-tubes on either side of a skein effectively cleanse the fibers if there are less than about 30 arrays between the air- 
tubes. A skein having more than 30 arrays is preferably also centrally aerated as illustrated by the air-tube 52 in Fig 9. 
[0110] Thus, if there are about 100 fibers closely spaced-apart along the transverse length T of an array, and there 
are 25 arrays in a skein in a header of longitudinal width W, then the opposed terminal end portions of 2500 fibers are 
potted in headers 41u and 41b. The open ends of all fibers in headers 41b and 41b' point downwards into collection 
zones in collection pans 43b and 43b* respectively, and those of all fibers in headers 41 u and 41 u' point upwards into 
collection zones in collection pans 43u and 43u* respectively. Withdrawal conduits 45u and 45u' are manifolded to 
permeate manifold 46u through which permeate collecting in the upper collection pans 43u and 43u* is typically con- 
tinuously withdrawn. If the permeate flow is high enough, it may also be withdrawn from the collection pans 43b and 
43b* through withdrawal conduits 45b and 45b' which are manifolded to permeate manifold 46b. When permeate is 
withdrawn in the same plane as the permeate withdrawal conduits 45u, 45u* and manifold 46u. and the transmembrane 
pressure differential of the fibers is in the range from 35 - 75 kPa (5-10 psi). manifold 46u may be connected to the 
suction side of a centrifugal pump which will provide adequate NPSH (net positive suction head). 
[01 1 1 J In general, the permeate is withdrawn from both the upper and lower headers, until the flux declines to so low 
a level as to require that the fibers be backwashed. The skeins may be backwashed by introducing a backwashing 
fluid through the upper permeate collection manifold 46u, and removing the fluid through the lower manifold 46b. 
Typically, from 3 to 30 skeins may be coupled together for internal fluid communication with one and another through 
the headers, permeate withdrawal means and the fibers; and, for external fluid communication with one another through 
an air manifold. Since the permeate withdrawal means is also used for backflushing it is generally referred to as a 
liquid circulation means', and as a permeate withdrawal means only when it is used to withdraw permeate. 
[01 12] When deployed in a substrate containing suspended and dissolved organic and inorganic matter, most fibers 
of organic polymers remain buoyant in a vertical position. The fibers in the skein are floatingly buoyed in the substrate 
with the ends of the fibers anchored in the headers. This is because (i) the permeate is essentially pure water which 
has a specific gravity less than that of the substrate, and most polymers from which the fibers are formed also have a 
specific gravity less than 1, and, (ii) the fibers are buoyed by bubbles which contact them. Fibers made from ceramic, 
or, glass fibers are heavier than water. 

[01 13] Adjacent the skeins, an air-distribution manifold 50 is disposed below the base of the bundle of fibers, pref- 
erably below the horizontal plane through the horizontal center-lines of the headers. The manifold 50 is preferably split 
into two foraminous arms 51 and 51 ' adjacent the bases of headers 41b and 41b' respectively, so that when air is 
discharged through holes in each portion 51 and 51', columns of bubbles rise adjacent the ends of the fibers and 
thereafter flow along the fibers through the skeins. If desired, additional portions (not shown) may be used adjacent 
the bases of the lower headers but located on the outside of each, so as to provide additional columns of air along the 
outer surfaces of the fibers. 

[01 14] The type of gas (air) manifold is not narrowly critical provided it delivers bubbles in a preferred size range 
from about 1 mm to 25 mm, measured within a distance of from 1 cm to 50 cm from the through-passages generating 
them. If desired, each portion 51 and 51' may be embedded in the upper surface of each header, and the fibers potted 
around them, making sure the air-passages in the portions 51 and 5V are not plugged with potting compound. If desired, 
additional arms of air-tubes may be disposed on each side of each lower header, so that fibers from each header are 
scrubbed by columns of air rising from either transverse side. 

[0115] The air may be provided continuously or intermittently, better results generally being obtained with continuous 
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air flow. The amount of air provided depends upon the type of substrate, the requirements of the type of microorganisms, 
if any, and the susceptibility of the surfaces of the fibers to be plugged. 

[0116] Referring to Fig 11. there is schematically illustrated another embodiment of an assembly, referred to as a 
"stand-alone bank" of skeins, two of which are referenced by numeral 60. The bank is referred to as being a "stand- 
alone" because the spacer means between headers is supplied with the skeins, usually because mounting the skeins 
against the wall of a reservoir is less effective than placing the bank in spaced-apart relationship from a wall. In other 
respects, the bank 60 is analogous to the wall-mounted bank illustrated in Fig 10. 

[0117] Each bank 60 with fibers 62 (only a single row of the multiple, regularly spaced apart generally vertical arrays 
is shown for the sake of clarity) is deployed between upper and lower headers 61u and 61b in a substrate *S* The 
lower headers rest on the floor of the reservoir. The upper headers are secured to rigid vertical air tubes 71 and 7 V 
through which air is introduced into a tubular air manifold identified generally by reference numeral 70 The manifold 
70 includes (i) the vertical tubular arms 71 and 7V. (ii) a lower transverse arm 72 which is perforated along the length 
of the lower header 6 1 b' and secured thereto; the arm 72 communicates with longitudinal tubular arm 73 and optionally 
another longitudinal arm 73* (not shown) in mirror-image relationship with arm 73 on the far side of the headers' and 
(in) transverse arms 74 and 74* in open communication with 72 and 73; arms 74 and 74' are perforated along the visible 
transverse faces of the headers 61b an 61b\ and 74 and 74' may communicate with tubular arm 73' if it is provided 
The vertical air-tubes 71 and 7 V conveniently provide the additional function of a spacer means between the first upper 
header and the first lower header, and because the remaining headers in the bank are also similarly (not shown) 
interconnected by rigid conduits, the headers are maintained in vertically and transversely spaced-apart relationship 
Since all arms of the air manifold are in open communication with the air supply, it is evident that uniform distribution 
of air is facilitated. 

[0118] As before, headers 61u and 61u' are each secured in fluid-tight relationship with collection zones in collection 
pans 63u and 63u' respectively, and each pan has withdrawal conduits 65u and 65u* which are manifolded to longitudinal 
liquid conduits 8 1 and 81 '. Analogously, headers 6 1 b and 61 b* are each secured in fluid-tight relationship with collection 
zones in collection pans 63b and 63b* respectively, and each pan has withdrawal conduits 65b and 65b' which are 
manifolded to longitudinal conduits 82 and 82' (not shown). As illustrated, withdrawal conduits are shown for both the 
upper and the lower headers, and both fore and aft the headers. In many instances, permeate is withdrawn from only 
an upper manifold which is provided on only one side of the upper headers. A tower manifold is provided for back- 
washing. Backwashing fluid is typically flowed through the upper manifold, through the fibers and into the lower man- 
rfoW. The additional manifolds on the aft ends of the upper and lower headers not only provides more uniform distribution 
of backwashing fluid but support for the interconnected headers. It will be evident that, absent the aft interconnecting 
upper conduit 81\ an upper header such as 61u will require to be spaced from its lower header by some other inter- 
connection to header 6 1 u' or by a spacer strut between headers 61 u and 61 b. 

[0119] In the best mode illustrated, each upper header is provided with rigid PVC tubular nipples adapted to be 
coupled with fittings such as ells and tees to the upper conduits 81 and 8 V respectively. Analogously, each lower header 
is connected to lower conduits 82 and 82* (not shown) and/or spacer struts are provided to provide additional rigidity 
depending upon the number of headers to be interconnected. Permeate is withdrawn through an upper conduit and 
all piping connections, including the air connection, are made above the liquid level in the reservoir. 
[01 20] The length of fibers (between headers) in a skein is generally chosen to obtain efficient use of an economical 
amount of air. so as to maintain optimum flux over a long period of time. Other considerations include the depth of the 
tank in which the bank is to be deployed, the positioning of the liquid and air manifolds, and the convection patterns 
within the tank, inter alia. 

[0121J Figs 14-17 specifically illustrate preferred embodiments of the cylindrical vertical skein. Referring to Fig 14 
there is schematically illustrated, in cross-sectional elevationai view a vertical cylindrical skein 210 resting on the floor 
F of a tank, the skein comprising a pair of similar upper and lower cylindrical end-caps 221 and 222 respectively which 
serve as permeate collection pans. Bores 226 and 227 in the upper and lower end-caps have permeate wrtho-rawal 
tubes 231 and 232. respectively, connected in fluid-tight engagement therein. Permeate withdrawn through the tubes 
is combined in a permeate withdrawal manifold 230. Each end-cap has a finished upper/lower header formed directly 
in it. upper header 223 being substantially identical to lower header 224. Each header is formed by potting fibers 212 
in a polling resin such as a polyurethane or an epoxy ofsuffidentstifmess to r«ld ami seal the fibers under the condi^ 
of use. A commercially available end-cap for polyvinyl chloride) "PVCT pipe is most preferred; for large surface area 
skeins, larger headers are provided by commercially available glass fiber reinforced end-caps for cylindrical tanks It 
is essential that the fibers are not in contact with each other, but spaced apart by cured resin. It is also essential that 
the cured resin adhere to and seal the lower portions 217 of each of the fibers against leakage of fluid under operating 
conditions of the skein, visual confirmation of a seal is afforded by the peripheries of the fibers being sealed at the 
upper (fore) and lower (aft) faces 223u and 223b respectively of the upper header 223. and the fore and aft faces 224u 
and 224b respectively of the lower header 224. A conventional finished header may be used in which the ends 2 1 2" of 
the fibers would be flush (in substantially the same plane) as the lower face 224b. In the best mode, though not visible 
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through an opaque end-cap, the open ends 2 1 2" of the fibers protrude from the headers* lower (aft or bottom) face 224 b. 
[0122] The finished upper header 223 (fixing lamina) is left adhered to the periphery of the end-cap 221 when the 
fugitive lamina is removed through bore 226 in the upper header; and analogously, the finished lower header 224 is 
left adhered to the periphery of the end-cap 222 when the fugitive lamina is removed through a bore 227. 

5 [0123] Skein fibers 21 2 are preferably in arrays bundled in a geometric configuration such as a spiral roll. A header 
is formed in a manner analogous to that described in relation to Fig 4, by potting the lower end of the spiral roll. Fig 
14A, showing a bottom plan view of the aft face 224b of header 224, illustrates the spiral pattern of openings in the 
ends 212" of the fibers. It is preferred, before an array is rolled into a spiral, to place a sparger 240 (shown in Fig 1 5A) 
with a rigid air-supply tube 242 in the array so that upon forming a spiral roll the air-supply tube is centrally axially held 

10 within the roll. 

[0124] Illustrated in Fig 14B is a bottom plan view of aft face 224b with another configuration, wherein a series of 
successively larger diameter circular arrays are formed, each a small predetermined amount larger than the preceding 
one. and the arrays secured, preferably adhesively, one to the next, near their upper and lower peripheries respectively 
to form a dense cylindrical mass of fibers. In such a mass of fibers, referred to as a series of annular rings, each array 

is is secured both to a contiguous array having a next smaller diameter, as well as to a contiguous array having a next 
larger diameter, except for the innermost and outermost arrays which have the smallest and largest diameters, respec- 
tively. The pattern in header 224 illustrates the ends 212" of the fibers after the nested arrays are potted. 
[0125] Illustrated in Fig 14C is a bottom plan view of lower (aft) face 224b with plural arrays arranged chord-like 
within the header 224. Arrays are formed on pairs of strips, each having a length corresponding to its position as a 

20 chord within a potting ring in which the skein fibers are to be potted,That is, each array is formed on strips of diminishing 
width, measured from the central array which is formed on a strip having a width slightly less than the inner diameter 
of the potting ring in which the stack is to be potted. The arrays are stacked within the ring, the widest array corre- 
sponding in position to the diameter of the ring. For a chosen fiber 212, the larger the surface area required in a skein, 
the greater the number of fibers in each array, the bigger the diameter of the ring, and the wider each chord-like array. 

25 The plural arrays are preferably adhered one to the other by coating the surfaces of fibers with adhesive prior to placing 
a strip of the successive array on the fibers. Alternatively, the bundled arrays may be held with a rubber band before 
being inserted in the potting ring. The resulting chord-like pattern in header 224 illustrates the ends 212" of the fibers 
after the nested arrays are potted. 

[01 26] A detail of a sparger 240 is provided in Fig 1 5A. The star-shaped sparger 240 having radially outwardly ex- 

30 tending tubular arms 241 and a central supply stub 242, supplies air which is directed into the tubular arms and dis- 
charged into the substrate through air passages in the walls of the arms. An air feed tube 244 connected to the central 
supply stub 242 provides air to the sparger 240. The tower end of the central stub 242 is provided with short projecting 
nipples 245 the inner ends of which are brazed to the stub. The outer ends of the nipples are threaded. The central 
stub and nipples are easy to insert into the center of the mass of skein fibers. When centrally positioned, arms 241 

35 which are threaded at one end. are threadedty secured to the outer ends of the nipples. 

[0127] As illustrated in Fig 14, lower end-cap 222 rests on the floor F of a tank, near a vertical wall W to which is 
secured a vertical mounting strut 252 with appropriate fastening means such as a nut 253 and bolt 254. A U-shaped 
bracket 251 extends laterally from the base of the mounting strut 252. The arms of the U-shaped bracket support the 
periphery of upper end-cap 221 , and to ensure that the end-cap stays in position, it is secured to the U-shaped bracket 

to with a right angle bracket and fastening means (not shown). A slot in mounting strut 252 permits the U-shaped bracket 
to be raised or lowered so that the desired distance between the opposed faces 223b and 224u of the upper and lower 
headers respectively is less than the length of any potted fiber, measured between those feces, by a desired amount. 
Adjustability is particularly desirable if the length of the fibers tends to change during service. 
[0128] As illustrated in Fig 14. if rt is desirable to withdraw permeate from only the upper tube 231. a permeate 

*5 connector tube 233 (shown in phantom outline), is inserted within the mass of skein fibers 212 through the headers 
223 and 224, connecting the permeate collection zone 229 in the lower end-cap in open fluid communication with the 
permeate collection zone 228 in the upper end-cap; and. bore 227 is plugged with a plug 225 as shown in Fig 15. 
Since, under such circumstances, it does not matter if the lower ends 212" of the fibers are plugged, and permeate 
collection zone 229 serves no essential function, the zone 229 may be filled with potting resin. 

50 [0129] Referring to Fig 1 6 there is illustrated a skein 270 with upper and lower end-caps in which are sealed upper 
and lower ring headers formed in upper and lower rings 220u and 220b respectively, after the fibers in the skein are 
tested to determine if any is defective. A rigid air-supply tube 245 is positioned in the spiral roll as described above, 
and the lower end of the roll is potted forming a lower finished header 274 in which the lower end 246 of the air-supply 
tube is potted, fixing the position of the arms 241 of the sparger just above the upper face 274u of the header 274. 

55 [0130] In an analogous manner, an upper header 273 is formed in ring 220u and upper end 247 of air-supply tube 
245 is inserted through an axial bore 248 within upper end-cap 271 which is slipped over the ring 220u the outer 
periphery of which is coated with a suitable adhesive, to seal the ring 220u in the end-cap 271 The periphery of the 
upper end 247 is sealed in the end cap 271 with any conventional sealing compound. 
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[0131] Referring to Fig 1 7 there is schematically illustrated another embodiment of a skein 280 in which rigid permeate 
tube 285 is held concentrically within a rigid air-supply tube 286 which is potted axially within skein fibers 212 held 
between opposed upper and lower headers 283 and 284 in upper and lower rings 220u and 220b which are in turn 
sealed in end-caps 281 and 282 respectively. For ease of manufacture, the lower end 285b of permeate tube 285 is 
snugly fitted and sealed in a bushing 287. The bushing 287 and end 285b are then inserted in the lower end 286b of 
the air supply tube 286 and sealed in it so that the annular zone between the outer surface of permeate tube 285 and 
the inner surface of air supply tube 286 will duct air to the base of the fibers but not permit permeate to enter the annular 
zone. The air supply tube is then placed on an array and the array is rolled into a spiral which is held at each end with 
rubber bands. The lower end of the roll is placed in a ring 220b and a tower ring header is formed with a finished header 
284 as described above. It is preferred to use a relatively stiff elastomer having a hardness in the range from 50 Shore 
A to about 20 Shore D, and most preferred to use a polyurethane having a hardness in the range from 50 Shore A to 
about 20 Shore D. measured as set forth in ASTM D-790, such as PTU-921 available from Canadian Poly-Tech Sys- 
tems. To form the upper finished header 283 the air supply tube is snugly inserted through an O-ring held in a central 
bore in a plate such as used in Fig 5, to avoid loss of potting resin from the ring, and the fugitive resin and finishing 
resins poured and cured, first one then the other, in the ring. Lower finished header 284 is formed with intermediate 
portions 212b' embedded, and terminal portions 212b" protruding from the header's aft face. Upper finished header 
283 is formed with intermediate portions 212u' embedded, and terminal portion 212u" protruding from the header's 
fore face. After the finished headers 283 and 284 are formed and the fibers checked for defects, the upper end 286u 
of the air supply tube 286 is inserted through a central bore 288 in upper end-cap 281 and sealed within the bore with 
sealing compound or a collar 289. Preferably the permeate tube 285, the air supply tube 286 and the collar 289 are 
all made of PVC so that they are easily cemented together to make leak-proof connections. 

[01 32] As shown, permeate may be withdrawn through the permeate tube 285 from the permeate collection zone in 
the lower end-cap 282, and separately from the upper end-cap 281 through permeate withdrawal port 281 p which may 
be threaded for attaching a pipe fitting. Alternatively, the permeate port 281p may be plugged and permeate withdrawn 
from both end-caps through the permeate tube 285. 

[0133] Upper end 285u of permeate tube 285 and upper end 286u of air supply tube 286 are inserted through a T- 
fitting 201 through which air is supplied to the air supply tube 286. The lower end 201 b of one of the arms of the T 201 
is slip-fitted and sealed around the air supply tube. The upper end 201 u of the other arm is inserted in a reducing 
bushing 202 and sealed around the permeate tube. Air supplied to intake 203 of the T 201 travels down the annular 
zone between the permeate tube and the air supply tube and exits through opposed ports 204 in the lower portion of 
the air supply tube, just above the upper face 284u of the lower header 284. It is preferred to thread ports 204 to 
threadedly secure the ends of arms 24 1 to form a sparger which distributes air substantially uniformly across and above 
the surface 284u. Additional ports may be provided along the length of the vertical air supply tube, if desired. 
[0134] In another embodiment of the invention, a bioreactor is retrofitted with plural banks of skeins schematically 
illustrated in the elevational view shown in Fig 12, and the plan view shown in Fig 13. The darifiertank is a large circular 
tank 90 provided with a vertical, circular outer baffle 91 , a vertical circular inner baffle 92, and a bottom 93 which slopes 
towards the center (apex) for drainage of accumulating sludge. Alternatively, the baffles may be individual, closely 
spaced rectangular plates arranged in outer and inner circles, but continuous cylindrical baffles (shown) are preferred. 
Irrespective of which baffles are used, the baffles are located so that their bottom peripheries are located at a chosen 
vertical distance above the bottom. Feed is introduced through feed line 94 in the bottom of the tank 90 until the level 
of the substrate rises above the outer baffle 91 . 

[0135] A bank 60 of plural skeins 10, analogous to those in the bank depicted in Fig 10. each of which skeins is 
illustrated in Fig 9. is deployed against the periphery of the inner wall of the bioreactor with suitable mounting means 
in an outer annular permeate extraction zone 95' (Fig 13) formed between the circular outer baffle 91 and the wall of 
the tank 90. at a depth sufficient to submerge the fibers. A clarification zone 91* is defined between the outer circular 
baffle 91 and inner circular baffle 92. The inner circular baffle 92 provides a vertical axial passage 92* through which 
substrate is fed into the tank 90. The skeins form a dense curtain of fibers in radially extending, generally planar vertical 
arrays as illustrated in Fig 9, potted between upper and lower headers 41u and 41b. Permeate is withdrawn through 
manifold 46u and air is introduced through air-manifold 80, extending along the inner wall of the tank, and branching 
out with air-distribution arms between adjacent headers, including outer distribution arms 84* on either side of each 
lower header 4 1 b at each end of the bank. The air manifold 80 is positioned between skeins in the permeate extraction 
zone 95' in such a manner as to have bubbles contact essentially the entire surface of each fiber which is continuously 
awash with bubbles. Because the fibers are generally vertical, the air is in contact with the surfaces of the fibers longer 
than if they were arcuate, and the air is used most effectively to maintain a high flux for a longer period of time than 
would otherwise be maintained. 

[0136] It will be evident that if the tank is at ground level, there will be insufficient liquid head to induce a desirable 
liquid head under gravity alone. Without an adequate siphoning effect, a centrifugal pump may be used to produce the 
necessary suction. Such a pump should be capable of running dry for a short period, and of maintaining a vacuum on 
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the suction side of from 25.5 cm (10") - 51 cm {20") of Hg. or -35 kPa (-5 psi) to -70 kPa (-10 psi). Examples of such 
pumps rated at 18.9 L/min (5 gpm) @ 15" Hg, are (i) flexible-impeller centrifugal pumps, e.g. Jabsco® #30510-2003; 
(ii) air operated diaphragm pumps, e.g. Wilden® M2; (iii) progressing cavity pumps, e.g. Ramoy® 3561; and (iv) 
hosepumps, e.g. Waukesha® SP 25. 



Example 1 



[01 37] Microfiltration of an activated sludge at 30*C having a concentration of 25 g/L total suspended solids (2.5% 
TSS) is carried out with a skein of polysulfone fibers in a pilot plant tank. The fibers are "air scrubbed" at a flow rate of 
12 CFM (0.34 m 3 /min) with an incorporated coarse bubble diffuser generating bubbles in the range from about 5 mm 
to 25 mm in nominal diameter. The air is sufficient not only for adequate scrubbing butalso for the oxidation requirements 
of the biomass. The fibers have an o.d. of 1.7 mm, a wall thickness of about 0.5 mm, and a surface porosity in the 
range from about 20% to 40% with pores about 0.2|im in diameter. The skein which has 1440 fibers with a surface 
area of 12 is wall-mounted in the tank, the vertical spaced apart distance of the headers being about 1% less than 
the length of a fiber in the skein, providing slackness. The opposed ends of the fibers are potted in upper and lower 
headers respectively, each about 41 cm long and 10 cm wide. The fixing material of the headers is an epoxy having 
a hardness of about 70 Shore D with additional upper an lower laminae of softer polyurethane (about 60 Shore A and 
30 Shore D respectively) above and below the epoxy lamina, and the fibers are potted to a depth sufficient to have 
their open ends protrude from the bottom of the header. The average transmembrane pressure differential is about 
34.5 kPa (5 psi). Permeate is withdrawn through lines connected to the collection pan of each header with a pump 
generating about 34.5 kPa (5 psi) suction. Permeate is withdrawn at a permeability of about 0.7 Lrr^h/kPa yielding 
about 4.8 L/min of permeate which has an average turbidity of < 0.8 NTU, which is a turbidity not discernible to the 
naked eye. 



Example 2 



Comparison of Operation of a Vertical Skein (ZW 72) in Different Orientations 

[0138] tn the following comparison, three pairs of identical skeins with equally slack fibers are variously positioned 
(as designated) above aerators in a bioreactor. Each pair is subjected to the same discharge of air through identical 
aerators. Rectangular but not square headers are chosen to determine whether there is a difference between each of 
two flat horizontal orientations, which difference would not exist in a horizontal skein with cylindrical headers. A pair of 
identical rectangular skeins, each having headers 41 .66 cm (16.4 in) in length (x-axis). 1 0. 1 6 cm (4 in) in width (y-axis) 
and 7.62 cm (3 in) in height (z-axis), in which are potted 1 296 Zenon® MF200 microfiltration fibers presenting a nominal 
fiber surface area of 6.25 m 2 , were tested in three different orientations in a bioreactor treating domestic wastewaters. 
The fibers used are the same as those used in Example 1 above. The distance between opposed faces of headers is 
90 cm (35.4 in) which is about 2% less than the length of each fiber potted in those headers. 
[0139] In a first test, the two (first and second) skeins were stacked laterally, each in the same direction along the 
longitudinal axis, with a 2.5 cm ( 1 in) thick spacer between the headers, the headers of each skein being in a horizontal 
flat orientation (area 41.66 cm x 7.62 cm) is spaced apart 7.62 cm (3 in) above the floor on which lies the aerators in 
the form of three side-by-side linear tubes with 3 mm (0.125") openings. The first skein which is directly above the 
aerators is therefore referred to as the "lower skein". 

[0140] In a second test, the same first and second skeins are each rotated 90° about the longitudinal x-axis and 
placed contiguously one beside the other. In this "horizontal 90°" orientation (area defined by 10.16 cm X 7.62 cm) is 
spaced apart from the aerators as in the prior test. 

[0141] In a third test, the first and second skeins are placed side-by-side in vertical orientations as shown in Fig 9 
except there is no internal aerator. 

[0142] Each test provides the fibers in each orientation with the identical amount of air. Permeate was withdrawn 
with a pump with a NPSH of 0.3 bar (10" of Hg). The conditions were held constant until it was observed that the flux 
obtained for each test was substantially constant, this being the equilibrium value. After this occurred, each skein was 
back pulsed for 30 sec with permeate every 5 minutes to maintain the flux at the equilibrium value. 
The test conditions for each of the above three runs were as follows: 



TSS in bioreactor 8 g/L; 

Flow rate of air 0.2124 rrp/min/skein; 



Temperature of biomass 19°C 
Suction on fibers 25.4 cm of Hg 



[0143] Fig 18 is a bar graph which shows the average flux over a 24 hr period for each orientation of the skein as 
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follows: 



15 



25 



30 



35 



40 



45 



50 



55 



Orientation 


Average flux L/rr^/hr over 24 hr 


Horizontal flat 
Horizontal 90° 
Vertical 


21.2 LMH 
17.8 LMH 
27.7 LMH 



This conclusively demonstrates that the vertical orientation of the skein fibers produces the highest overall flux. 
Example 3 

Comparison of Positions of Aerator Inside and Outside the Skein Fibers: 

[0144] In this test the difference in flux is measured in a bioreactor treating wastewater contaminated with ethylene 
glycol, the difference depending upon how a single cylindrical vertical skein (ZW 172) having a nominal surface area 
of 16 m 2 is aerated with 35 L/min (75 scfm). The skein ts formed as shown in Fig 16 around a central PVC pipe having 
an o.d. of 7.5 cm, the fibers being disposed in an annular zone around the central support, the radial width of the 
annular zone being about 7.5 cm, so that the o.d. of the skein is about 11.25 cm. 

[0145] In a first test, air is introduced within the skein; in a second test, air is introduced around the periphery of the 
skein. After equilibrium is reached, operation is typically continued by back pulsing the skein with permeate at chosen 
intervals of time, the interval depending upon how quickly the fibers foul sufficiently to decrease the flux substantially. 
[0146] The process conditions, which were held constant over the period of the test, were as follows: 



TSS 17g/L; 

Flow rate of air 0.2124 m 3 /min; 



Temperature of biomass 1 0.5° C 
Suction on fibers 25.4 cm of Hg 



For external aeration: A perforated flexible tube with holes about 3 mm in diameter spaced about 2.5 cm apart was 
wrapped around the base of the ZW 72 skein and oriented so that air is discharged in a horizontal plane, so that bubbles 
enter laterally into the skein, between fibers. Thereafter the bubbles rise vertically through the skein fibers. Lateral 
discharge helps keep the holes from plugging prematurely, 

For internal aeration: The central tubular support was used as the central air distribution manifold to duct air into five 
4" lengths of 1/4" pipe with 1/8" holes at 1" intervals, plugged at one end, in open flow communication with the central 
pipe, forming a spoke-like sparger within the skein, at the base. The number of holes is about the same as the number 
in the external aerator, and the flow rate of air is the same. As before the holes discharge the air laterally within the 
skein, and the air bubbles rise vertically within the skein, and exit the skein below the upper header. 
[01 47] Fig 1 9 is a plot of flux as a function of time, until the flux reaches an equilibrium value. Thereafter the flux may 
be maintained by back pulsing at regular intervals. As is evident, the equilibrium flux with external aeration is about 
2.6 LMH, while the flux with internal aeration is about 9.9 LMH which is nearly a four-fold improvement. From the 
foregoing it will be evident that, since it is well-known that flux is a function of the flow rate of air, ail other conditions 
being the same during normal operation, a higher flux is obtained with internal aeration with the same flow of air. 

Example 4 

Comparison of skeins in which one has swayabfe fibers, the other does not: 

[0148] The slackness in the fibers is adjusted by decreasing the distance between headers. Essentially no slack is 
present (fibers are taut) when the headers are spaced at a distance which is the same as the length of a fiber between 
its opposed potted ends. A single ZW 72 skein is used having a nominal surface area of 6.7 m 2 is used in each test, 
in a bioreactor to treat wastewater contaminated with ethylene glycol. Aeration is provided as shown in Fig 9 (no internal 
aeration) with lateral discharge of air bubbles into the skein fibers through which bubbles rose to the top. 
[0149] In the first test the headers are vertically spaced apart so that the fibers are taut and could not sway. 
[01 50] In the second test, the headers were brought closer by 2 cm causing a 2.5% slackness in each fiber, permitting 
the slack fibers to sway. 

[01 51 J As before the process conditions, which were held constant over the period of the test, were as follows: 



Suspended solids 1 7 g/L 



Temperature of biomass 1 0.5° C 
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(continued) 
Flow rate of air 0.2124 m 3 /min 



Suction on fibers 25.4 cm of Hg 



[01 52] Fig 20 is a plot of flux as a function of time, until the flux reaches an equilibrium value. Thereafter the flux may 
be maintained by back pulsing at regular intervals as before in example 3. As is evident, the equilibrium flux with no 
swayability is about 11.5 LMH, while the flux with 2.5% slack is about 15.2 LMH. which is about a 30% improvement. 

Example 5 

Filtration of water with a vertical cylindrical skein to obtain clarity: 

[0153] A cylindrical skein is constructed as in Fig 16 with Zenon®MF200 fibers 180 cm long, which provide a surface 
area of 25 m* in cylindrical headers having a diameter of 28 cm held in end-caps having an o.d. of 30 cm Aeration is 
provided with a spider having perforated cross-arms with 3 mm (0.125") dia. openings which discharge about 10 liter/ 
mm (20 scfm. standard f|3/min) 0 f air. This skein is used in four typical applications, the results of which are provided 
below. In each case, permeate is withdrawn with a centrifugal pump having a NPSH of about 0.3 bar (10" Hg) and 
after eqwhbnum is reached, the skein is backflushed for 30 sec with permeate every 30 min. 

A. Filtration of Surface (Pond) Water having 10 mg/L TSS: 

[01 54] Result - permeate having 0.0 mg/L TSS is withdrawn at a rate of 2000 liters/hr (LPH) with a turbidity of 0 1 
NTU. A "5 log" reduction (reduction of original concentration by five orders of magnitude) of bacteria, algae giardia 
and Cryptosporidium may be obtained, thus providing potable water. 

B. Filtration of Raw Sewage with 100 mg/L TSS: 

[0155] Result - permeate having 0.0 mg/L suspended solids is withdrawn at a rate of 1000 LPH (liters/hr) with a 
turbidity of 0.2 NTU. Plural such skeins may be used in a bank in the full scale treatment of industrial wastewater. 

C. Filtration of a mineral suspension containing 1000 mg/L TSS of iron oxide particles: 

[0156] Result - permeate having 0.0 mg/L suspended solids is withdrawn at a rate of 3000 LPH (liters/hr) with a 
turbidity of 0.1 NTU. High flux is maintained with industrial wastewater containing mineral particles. 

D. Filtration of fermentation broth with 10.000 mg/L bacterial cells: 

f° 1 K 5 Il ' P emieate haVin9 0 0 ^P"** *»s is withdrawn at a rate of 1000 LPH (liters/hr) with a 

turbidity of 0.1 NTU. The broth with a high biomass concentration is filtered nondestructive* to y eld the desired 
permeate, as well as to save living cells for reuse. 

Example 6 

Special Purpose Mini-Skein: 

[01 58] The following examples illustrate the use of a mini-skein for typical specific uses such as filtration of (i) raw 

sewage to obtain solids-free water samples for colorimetric analyses, (ii) surface water for use in a recreational vehicle 

( camper) or motor home, or (iii) water from a small aquarium for fish or other marine animals 

[01 1 59] a cylindrical mini-skein is constructed as shown in Fig 16, with cylindrical headers having an o.d of 5 cm (2") 

and a thickness of 2 cm (0.751 with 30 fibers, each 60 cm long to provide a surface area of 0.1 m* The skein is 

mounted on a base on which is also removably disposed a blower to discharge 15 L/min of air at 12 kPa (3 psiq) 

through a sparger which has 1.6 mm (0.0625") openings, the air flowing through the skein upwards along the fibers 

Also removably mounted on the base is a peristaltic pump which produces a vacuum of 0.3 bar <10" Hg) In each 

application, the self-contained skein with integral permeate pump and gas-discharge means, is placed, for operation 

in a cylindrical container of the substrate to be filtered. 

[0160] The results with each application (A) - (D) are listed below. 

(i) Raw sewage contains 100 mg/L TSS; permeate containing 0.0 mg/L TSS having a turbidity of 0.2 NTU. is 
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withdrawn at 0.1 LPH. 

(ii) Aquarium water withdrawn contains 20 mg/L TSS, including algae, bacteria, fungus and fecal dendritus; per- 
meate containing 0.0 mg/L TSS having a turbidity of 0.2 NTU, is withdrawn at 0. 1 LPH. 

(iii) Pond water withdrawn contains 10 mg/L TSS; permeate containing 0.0 mg/L TSS having a turbidity of 0.2 NTU, 
is withdrawn at 0.1 LPH. 

GLOSSARY 

[0161] The following glossary is provided for terms in the approximate order in which they are used in the specification 
lo define their meaning in the context in which they are used. 

[0162] "array" - plural, essentially vertical fibers of substantially equal lengths, the one ends of each of which fibers 
are closely spaced-apart, either linearly in the transverse (y-axis herein) direction to provide at least one row. and 
typically plural rows of equidistantly spaced apart fibers. Less preferably, a multiplicity of fibers may be spaced in a 
random pattern. The opposed ends of fibers are sealed in opposed headers so that substrate does not contaminate 
permeate in permeate collection means in which the headers are peripherally sealed. 

[0163] "bundle- - plural elements held together, e.g. plural arrays which may be a stack of planar arrays, or arcuate 
or circular arrays, or a rolled spiral. 

[0164] "bank" - used for brevity, to refer to a bank of skeins; in the bank, a row (or other configuration) of lower 
headers is directly beneath a row of upper headers. 

[0165] "cylindrical skein" - a vertical skein in which the permeate collection means has a cylindrical configuration. 
[0166] "dead end tank" - a tank or bioreactor from which no liquid other than the permeate is removed. 
[0167] "fibers" - used for brevity to refer to hollow fiber membranes. 

[0168] "flux" - unit flow (liters/hr), through a membrane of unit surface area (meter2), flux is given as Lm2 n or LMH. 
[0169] "fugitive materia!" - material which is either (i) soluble in a medium in which the fibers and fixing material are 
not soluble, or (ii) fluidizabie by virtue of having a melting point (if the material is crystalline) below that which might 
damage the fibers or fixing material; or, the material has a glass transition temperature Tg (if the material is non- 
crystalline), below that which might damage the fibers or material(s) forming the non-fugitive header; or (iii) both soluble 
and fluidizabie. 

[0170] "header - - a solid body in which one of the terminal end portions of each one of a multiplicity of fibers in the 
skein, is sealingly secured to preclude substrate from contaminating the permeate in the lumens of the fibers. The 
body is of arbitrary dimensions formed from a natural or synthetic resinous material (thermoplastic or thermosetting). 
[0171] "integral header" - combination of header and permeate collection means, in which combination the header 
is peripherally sealed in fluid-tight relationship with the permeate collection means. 

[0172] "integral single skein" - a skein in an integral finished header is formed in the permeate pan or end-cap, sealing 
the header therein. 

[0173] "mini-skein" - a self-contained gas-scrubbed assembly of a skein having a surface area less than about 5 m 2 , 
in combination with an integrally packaged gas blower and permeate pump. 

[01 74] "multicomponent liquid feed" - fruit juices to be clarified or concentrated; wastewater or water containing par- 
ticulate marten proteinaceous liquid dairy products such as cheese whey, and the like. 

[01 75] "non-vacuum pump" - generates a net suction side pressure difference, or, net positive suction head (NPSH), 
adequate to provide the transmembrane pressure differential generated under the operating conditions; may be a 
centrifugal, rotary, crossflow. flow-through, or other type. 

[0176] "permeability" - flux per unit pressure, LnVh/kPa; sometimes referred to as specific flux. 

[0177] "permeate collection means" - receptacle beneath a header in which receptacle permeate collects. 

[0178] "ring header - header having a cylindrical shape. 

[0179] "rectangular skein" - a vertical skein in which the permeate collection means has a configuration of a rectan- 
gular parallelpiped. 

[0180] "skein" - used for brevity to refer to either a cylindrical skein or a vertical skein, or both, having plural arrays 
potted in opposed headers, the fibers having a critically defined length relative to the vertical distance between headers 
of the skein. The defined length limits the side-to-side movement of the fibers in the substrate in which they are deployed, 
except near the headers where there is negligible movement. 
[0181] "skein fibers" - fibers which make up the cylindrical skein 

[0182] "vertical skein" - an integrated combination of structural elements including (i) a multiplicity of vertical fibers 
of substantially equal length; (ii) a pair of headers in each of which are potted the opposed terminal portions of the 
fibers so as to leave their ends open; and. (iii) permeate collection means held peripherally in fluid-tight engagement 
with each header so as to collect permeate from the ends of the fibers. 
[0183] "substrate" - multicomponent liquid feed. 

[0184] "particulate matter" - micron-sized (from 1 to about 44u/n) and sub-micron sized (from about 0.1 urn to turn) 
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filtrable matter which includes not only particulate inorganic matter, but also dead and live biologically active microor- 
ganisms, colloidal dispersions, solutions of large organic molecules such as fulvic acid and humic acid, and oil emul- 
sions. 

(0185] "restrictedly swayable" - the extent to which fibers may sway in a zone of confinement, which extent is deter- 
mined by the free length of the fibers relative to the fixedly spaced-apart headers, and the turbulence of the substrate. 
[01 86] "stack of arrays" - plural rows of arrays, which are densely packed to form, after they are potted, a skein. 
[01 87] "substantially concentrically" - describes a configuration in which in which individual fibers are either vertical 
and spaced apart along the circumference of a circle drawn about the central vertical axis, or. spirally disposed, suc- 
cessive layers of the fibers typically being closely spaced-apart in the x-y plane, not only radially outwards from the 
central axis, but also along the spiral in that plane so that they appear to be concentrically distributed at successively 
increasing radial distances from the central axis. 

[0188] "transmembrane pressure differential" - pressure difference across a membrane wall, resulting from the proc- 
ess conditions under which the membrane is operating. 

[01 89] "unsupported" - not supported except for spacer means to space the headers. 
[0190] "vacuum pump" - capable of generating a suction of at least 75 cm of Hg. 

[0191] "zone of confinement" (or "bubble zone") - a zone through which bubbles rise along the outer surfaces of the 
fibers. The bubble zone, in turn, is determined by one or more columns of vertically rising gas bubbles generated near 
the base of a skein. 



Claims 

1. A method of potting a plurality of hollow fibre membranes into a mass of solidified porting liquid comprising the 
steps of, 

(a) providing a plurality of hollow fibre membranes, the membranes having terminal portions adjacent open 
ends; 

(b) enclosing the open ends and terminal portions of the hollow fibre membranes in a first material held in a 
container; 

(c) flowing a potting liquid in the container over the first material, which potting liquid surrounds each hollow 
membrane and then becomes a solid mass which provides a fluid-tight seal to the outside of the hollow fibre 
membranes, the first material preventing the potting liquid or solid mass from closing said ends of the mem- 
branes; and, 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes. 

2. The process of claim 1 wherein the container is at least part of a permeate collection means. 

3. The process of claim 1 wherein the container is a permeate pan or header enclosure. 

4. The process of any preceding claim wherein the potting liquid sealingly attaches to the container as it solidifies. 

5. A method of potting a plurality of hollow fibre membranes into a. mass of solidified potting liquid fixed to a permeate 
pan or other header enclosure of a filtration module comprising the steps of, 

(a) providing a plurality of hollow fibre membranes, the membranes having terminal portions adjacent open 
ends; 

(b) enclosing the open ends and terminal portions of the hollow fibre membranes in a first material held in the 
permeate pan or other header enclosure; 

(c) flowing a potting liquid into the permeate pan or other header enclosure over the first material, which potting 
liquid surrounds each hollow membrane and then solidifies becoming a solid mass which provides a fluid-tight 
seal to the outside of the hollow fibre membranes and which attaches and seals to the permeate pan or other 
header enclosure, the first material preventing the potting liquid or solid mass from closing said ends of the 
membranes; and, 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes and the 
permeate pan or olher header enclosure. 

5. The process of any previous claim wherein the plurality of hollow fibre membranes are glued in a fixed relationship 
relative to each other at a portion of their lengths which will become fixed in the solid mass of potting material prior 



22 



EP 1 213 048 A1 

to step (b) of either claim 1 or claim 5. 

7. The process of any previous claim wherein the membranes are formed into a stack of at least two essentially 
coplanar groups of hollow fibre membranes prior to step <b) of either claim 1 or claim 5. 

8. The process of claim 7 wherein each group of membranes is separated by a support means having a thickness 
corresponding to a desired lateral spacing between adjacent groups. 

9. A method of potting a plurality of hollow fibre membranes into a mass of solidified potting liquid comprisino the 
steps of, ~ s 

(a) arraying a plurality of hollow fibre membranes in generally parallel relationship, each membrane having a 
terminal portion near a first open end of the membrane, the terminal portions of the membranes beinq qenerallv 
adjacent each other; 1 

(b) enclosing the first open ends and terminal portions of the hollow fibre membranes in a first material held 
in a container; 

(c) flowing a porting liquid in the container over the first material, which potting liquid surrounds each hollow 
membrane and then becomes a solid mass which provides a fluid-tight seal to the outside of the hollow fibre 
membranes, the first material preventing the potting liquid or solid mass from closing said ends of the mem- 
branes; and, 

(d) removing the first material from said ends and terminal portions of the hollow fibre membranes. 

10. The process of claim 9 wherein the step of arraying the hollow fibre membranes includes a step of gluing them in 
a fixed relationship relative to each other at a portion of their lengths which will become fixed in the solid mass of 
potting material. 

1 1 . The process of claim 1 0 wherein wherein the step of arraying the hollow fibre membranes includes a step of forming 
into a stack of at least two essentially coplanar groups of the hollow fibre membranes. 

12. The process of claim 11 wherein each group of membranes is separated by a support means having a thickness 
corresponding to a desired lateral spacing between adjacent groups. 

13. The process of any preceding claim wherein terminal portions of the hollow fibre membranes protrude from a face 
of the solidified potting liquid. 

14. The process of any previous claim wherein the first material is removed by dissolving it. 

1 5. The process of any previous claim wherein the first material is a liquid when the membranes are inserted into the 
first matenal but is solidified before the potting liquid is placed over it. 

1 6. The process of any previous daim wherein the first material is removed by flowing it away from the membranes. 

17. The process of any previous claim wherein the first material is made flowable by heating it to a point at which it is 
flowable. 

18. The process of claim 17 wherein the potting liquid upon solidification remains solid at a temperature at which the 
first material is flowable. 

19. The process of any previous claim wherein the first material is soluble in a solvent and the potting liquid upon 
solidification is insoluble in the solvent. 

20. A method of forming a header for a skein of a multiplicity of fibers, comprising, 

forming a bundle of fibers in at least one array supported on a support means having a thickness correspond- 
ing to a desired lateral spacing between adjacent fibers; 

holding said bundle in a first liquid with terminal portions of said fibers submerged, until said first liquid so- 
lidifies into a first shaped lamina, provided that said first liquid is unreactive with material of the fibers- 
pouring a second liquid over said first shaped lamina to embed the fibers to a desired depth, and solidifying 
said second liquid to form a fixing lamina upon said first shaped lamina, said second liquid also being substantially 
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24. A header incorporating potted hollow fibre membranes, the header having. 

(a) a solid mass of a potting material having a first face- and 

(b) a plurality of hollow fibre membranes sealed in the pitting material, 
characterized by, 

(c) parts (a) and (b) being obtainable by the process of any previous claim- and 
(a) a solid mass of a potting material having a first face- 

(d) parts (a), (b) and (c) being obtainable by the process of any previous claim- and 

(e) terminal portions of the hollow fibre membranes adjacent own e^Ts of £ Z^h 

the first face into the plenum. aojacem open ends of the membranes protruding from 

fibers^enT^ 
.ma-^^^^^ 

spaced-apart relationship in said tower porlion V™**"" ^"sh.p relative to one and another as the 

"'^edTid^ 
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FIG. 10 
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SLUDGE REMOVAL 



FIG. 12 
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FIG. 15 
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FIG. 16 
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